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(54) ORGANIC ELECTROLUMINESCENT ELEMENT 



(57) The novel conrtpound of the present invention 
has the dipiienylanthracene structure at the center and 
a specific structure substituted with an aryi group at end 
portions. Tiie organic electroluminescence device of the 
present invention comprises a plurality of layers of thin 
films of organic compounds which comprise a light emit- 
ting layer or a plurality of layers comprising a light emit- 
ting layer and are disposed between a pair of electrodes 



and at least one of the layers of thin films of organic com- 
pounds comprises the above novel compound , The nov- 
el compound exhibits excellent efficiency of light emis- 
sion and heat resistance, has a long life and emits bluish 
light having excellent purity of color and tlie organic 
electroluminescence device comprises the novel com- 
pound and exhibits the same advantageous properties. 
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Description 

TECHNICAL FIELD 

5 [0001] The present invention relates to a novel compound which is used as a light source such as a planar light 
ennitting member of wall televisions and a back light of displays, exhibits excellent efficiency of light ennission and heat 
resistance, has a long life and ennits bluish light having excellent purity of color and to an organic electroluminescence 
device utilizing the novel compound. 

10 BACKGROUND ART 

[0002] Electroluminescence (referred to as EL, hereinafter) devices using organic substances are expected to be 
used for inexpensive full color display devices of the solid light emission type which can display a large area and 
development thereof has been actively conducted. In general, an EL device is constituted with a light emitting layer 
IS and a pair of electrodes faced to each other at both sides of the light emitting layer. When a voltage is applied between 

the electrodes, electrons are injected at the side of the cathode and holes are injected at the side of the anode. The 
electrons are combined with the holes in the light emitting layer and an excited state is formed. When the excited state 
returns to the ground state, the energy is emitted as light. 

[0003] Organic EL devices used heretofore have higher driving voltages, lower luminances of emitted light and lower 
20 efficiencies of light emission than inorganic light emitting diodes and, moreover, the properties of organic EL devices 
deteriorate rather rapidly. Therefore, organic EL devices have not been used for practical applications. Although the 
properties of recent organic EL devices have been Improved remarkably, the efficiency of light emission, the heat 

resistance and the life are not sufficient for practical applications. 

[0004] For example, an organic EL device using a dimer or a trimer of phenylanthracene is disclosed in Japanese 
25 Patent Application Laid-Open No. Heisei 8(1 996)-1 2600. However, since the above compound used in the device 
contains tv/o or three anthracene structures bonded through a conjugated group, the organic EL device has a small 
energy gap) and exhibits poor purity of color in emission of blue light. Moreover, since this compound is easily oxidized, 
impurities tend to be contained and a problem arises with respect to purification. To overcome the above problems, 
preparation of organic EL devices using a compound in which the 1 -position and the 9-position of anthracene are 
30 substituted with naphthalene or a compound in which m-position of phenyl group in diphenylanthracene is substituted 
with an ar^/l group have been examined. However, the prepared organic EL devices exhibit low efficiencies of light 
emission and cannot be used for practical applications. 

[0005] An organic EL device using a monoanthracene derivative substituted with naphthalene is disclosed in Japa- 
nese Patent Application Laid-Open No. Heisei 11(1 999)-3782. However, this device exhibits an efficiency of light emis- 
35 sion as lov/ as 1 cd/a and cannot be used for practical applications. An organic EL device using a compound having 
a phenylanthracene structure Is disclosed in United States Patent No. 5,972,247. However, this device exhibits an 
efficiency of light emission as low as 2 cd/A and cannot be used for practical applications although the device exhibits 
excellent f-eat resistance due to the substitution with an aryl group at the m-position. 

40 DISCLOSURE OF THE INVENTION 

[0006] The present invention has been made to overcome the above problems and has an object of providing a 
novel compound which exhibits excellent efficiency of light emission and heat resistance, has a long life and emits 
bluish light having excellent purity of color and an organic electroluminescence device utilizing the novel compound. 

45 [0007] As the result of extensive studies by the present inventors to develop a novel compound having above ad- 
vantageous properties and an organic EL device using the novel compound, it was found that the object can be achieved 
by using a compound having the diphenylanthracene structure at the center and a specific structure substituted with 
an aryl grc up at end portions. The present invention has been completed based on the knowledge. 
[0008] The novel compound of the present invention comprises compounds represented by the following general 

50 formulae [1], [V] and [2] to [5]. 
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General formula [1]: 




c n 



wherein to each independently represent hydrogen atom, a halogen atom, cyano group, nitro group, a substi- 

20 tuted or unsubstrtuted alkyi group having 1 to 20 carbon atoms, a substituted or unsubstrtuted alkoxyl group having 1 
to 20 carbon atoms, a substituted or unsubstituted aryloxyl group having 6 to 30 carbon atoms, a substituted or un- 
substltuted aikylthio group having 1 to 20 carbon atoms, a substituted or unsubstituted aryfthio group having 6 to 30 
carbon atoms, a substituted or unsubstituted a ry I alky I group having 7 to 30 carbon atoms, an unsubstituted monocyclic 
group having 5 to 30 carbon atoms, a substituted or unsubstituted condensed polycyclic group having 1 0 to 30 carbon 

25 atoms or a substituted or unsubstituted heterocyclic group having 5 to 30 carbon atoms; 

[0009] Ai^ and Ar^ each independently represent a substituted or unsubstituted aryt group having 6 to 30 carbon 
atoms or a substituted or unsubstituted alkenyl group having 2 to 1 0 carbon atoms, the substltuent in the above groups 
being a substituted or unsubstituted alkyI group having 1 to 20 carbon atoms, a substituted or unsubstituted alkoxyl 
group having 1 to 20 carbon atoms, a substituted or unsubstituted aryloxyl group having 6 to 30 carbon atoms, a 

30 substituted or unsubstituted aikylthio group having 1 to 20 carbon atoms, a substituted or unsubstituted arylthio group 
having 6 to 30 carbon atoms, a substituted or unsubstituted arylalkyi group having 7 to 30 carbon atoms, an unsubsti- 
tuted monocyclic group having 5 to 30 carbon atonns, a substituted or u nsubstltuted condensed polycyclk: group having 
1 0 to 30 carbon atoms, a substituted or unsubstituted heterocyclic group having 5 to 30 carbon atoms or a substituted 
or unsubstituted alkenyl group having 4 to 40 carbon atoms; 

35 n represents a number of 1 to 3 and m represents a number of 1 to 3; and 

a case in which Ar^ and Ar^ both represent an alkenyl group and n and m both represent a number of 1 is excluded. 




S3 wherein to R^° each independently represent hydrogen atom, a halogen atom, cyano group, nitro group, a substi- 
tuted or unsubstituted atkyi group having 1 to 20 carbon atoms, a substituted or unsubstituted atkoxyl group having 1 
to 20 carbon atoms, a substituted or unsubstituted aryloxyl group having 6 to 30 carbon atoms, a substituted or un- 
substituted aikylthio group having 1 to 20 carbon atoms, a substituted or unsubstituted arylthio group having 6 to 30 
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carbon atoms, a substituted or unsubstituted arylalkyi group having 7 to 30 carbon atonns, an unsubstituted nfK)nocycnc 
group having 5 to 30 carbon atoms, a substituted or unsubstituted condensed polycycllc group having 1 0 to 30 carbon 
atoms or a substituted or unsubstrtuted heterocyclic group having 5 to 30 carbon atoms; 

[0010] Ar^ and Ar* each independently represent a substituted or unsubstituted aryl group having 6 to 30 carbon 
5 atoms or a Siubstituted or unsubstituted alkenyl group having 2 to 1 0 carbon atoms, the substituent in the above groups 
being a substituted or unsulDStituted alkyi group having 1 to 20 carbon atoms, a substituted or unsubstituted alkoxyl 
group having 1 to 20 carbon atoms, a substituted or unsubstituted aryloxyl group having 6 to 30 carbon atoms, a 
substituted or unsul3strtuted aikylthio group having 1 to 20 carbon atoms, a substituted or unsubstituted arylthio group 
having 6 to 30 carbon atoms, a substituted or unsubstituted arylalkyi group having 7 to 30 carbon atoms, an unsubsti- 
10 tuted monocyclic group having 5 to 30 carbon atoms, a substituted or unsubstituted condensed polycyclic group having 
1 0 to 30 carbon atoms, a substituted or unsubstituted heterocyclic group having 5 to 30 carbon atoms or a substituted 
or unsubstituted aikenyl group having 4 to 40 carbon atoms; and 

n represents a number of 1 to 3, m represents a number of 1 to 3 and a case in which n and m represent a same 
number is Excluded. 

IS 



General formula [2]: 




C23 



wherein R1 :o each independently represent hydrogen atom, a halogen atom, cyano group, nitro group, a substituted 
or unsubstituted alkyI group having 1 to 20 carbon atoms, a substituted or unsubstituted alkoxyl group having 1 to 20 

35 carbon atoms, a substituted or unsubstituted aryloxyl group having 6 to 30 carbon atoms, a substituted or unsubstituted 
aikylthio group having 1 to 20 carbon atoms, a substituted or unsubstituted arylthio group having 6 to 30 carbon atoms, 
a substituted or unsubstituted arylalkyi group having 7 to 30 carbon atoms, an unsubstituted monocyclic group having 
5 to 30 carbon atoms, a substituted or unsubstituted condensed polycyclic group having 10 to 30 carbon atoms or a 
substituted or unsubstituted heterocyclic group having 5 to 30 carbon atoms; and 

40 [0011] Ar^" and Ar^" each independently represent a substituted or unsubstituted aryl group having 6 to 30 carbon 
atoms, the substituent in the above group being a substituted or unsubstituted alkyt group having 1 to 20 carbon atoms, 
a substituted or unsubstituted alkoxyl group having 1 to 20 carbon atoms, a substituted or unsubstrtuted aryloxyl group 
having 6 to 30 carbon atoms, a substituted or unsubstituted aikylthio group having 1 to 20 carbon atoms, a substituted 
or unsubstituted arylthio group having 6 to 30 carbon atonns, a substituted or unsubstituted arylalkyi group having 6 to 

45 30 carbon atoms, an unsubstituted monocyclic group having 5 to 30 carbon atoms, a substituted or unsubstituted 
condensed polycyclic group having 1 0 to 30 carbon atoms, a substituted or unsubstituted heterocyclic group having 5 
to 30 carbo i atoms or a substituted or unsubstituted alkenyl group having 4 to 40 carbon atoms. 

50 Qeneral formula [3]: 
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5 



10 




C3) 



IS wherein R'' to R® each independently represent hydrogen atom, a halogen atom, cyano group, nitro group, a substituted 
or unsubstituted alkyl group having 1 to 20 carbon atoms, a substituted or unsubstituted alkoxyl group having 1 to 20 
carbon atorns^ a substituted or unsubstituted aryloxyl group having 6 to 30 carbon atoms, a substituted or unsubstituted 
alkylthio gpjup having 1 to 20 carbon atoms, a substituted or unsui^stituted arylthio group having 6 to 30 carbon atoms, 
a substitut6»d or unsubstituted arylailcyl group having 7 to 30 carbon atoms, an unsubstituted monocyclic group having 

20 5 to 30 carDon atonns, a substituted or unsubstituted condensed polycyclic group having 10 to 30 carbon atoms or a 
substituted or unsubstituted heterocyclic group having 5 to 30 carbon atoms. 



General formula [4]: 

25 



30 



35 




40 wherein to Breach independently represent hydrogen atom, a halogen atom, cyano group, nitro group, a substituted 
or unsubstituted alkyl group having 1 to 20 carbon atoms, a substituted or unsubstituted alkoxyl group having 1 to 20 
carbon atoiTis, a substituted or unsubstituted aryloxyl group having 6 to 30 carbon atoms, a substituted or unsubstituted 
alkylthio group having 1 to 20 carbon atoms, a sulsstituted or unsubstituted arylthio group having 6 to 30 carbon atoms, 
a substituted or unsubstituted arylalkyi group having 7 to 30 carbon atoms, an unsubstituted monocyclic group having 

45 5 to 30 carbon atoms, a substituted or unsubstituted condensed polycyclfc group having 10 to 30 carbon atoms or a 
substituted or unsubstituted heterocyclic group having 6 to 30 carbon atoms; 

[0012] R^' and R1<>' each independently represent a substituted or unsubstituted atkenyi group having 8 to 30 carbon 
atoms; and 

[0013] A'"" and Ar^ each Independently represent and a substituted or unsubstituted aryl group having 6 to 30 carbon 
50 atoms, the substituent in the above group being a substituted or unsubstituted alkyl group having 1 to 20 carbon atoms, 
a substitutod or unsubstituted alkoxyl group having 1 to 20 carbon atoms, asubstltuted or unsubstituted aryloxyl group 
liaving 6 to 30 carbon atoms, a substituted or unsubstituted alkylthio group having 1 to 20 carbon atoms, a substituted 
or unsubsttuted arylthio group having 6 to 30 carbon atoms, a substituted or unsubstituted arylalkyi group having 7 to 
30 carbon atoms, an unsubstituted monocyclic group having 6 to 30 carbon atoms, a substituted or unsubstituted 
55 condensed polycyclic group having 1 0 to 30 carbon atoms or a substituted or unsubstituted heterocyclic group having 
5 to 30 carbon atoms. 
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General formula [5]: 

5 



10 



IS 




wherein R' to R^o each independently represent hydrogen atom, a halogen atom, cyano group, nitro group, a substi- 
20 tuted or unsubstrtuted alkyi group having 1 to 20 carbon atoms, a substituted or unsubstituted alkoxyl group having 1 
to 20 carbon atoms, a substituted or unsubstituted aryloxyl group having 6 to 30 carbon atoms, a substituted or un- 
substituted ati<ylthio group having 1 to 20 carbon atoms, a substituted or unsubstituted arylthio group having 6 to 30 
carbon atoms, a substituted or unsubstituted aryialkyl group having 7 to 30 carbon atoms, an unsubstituted monocyclic 
group having 5 to 30 carbon atoms, a substituted or unsubstituted condensed poiycyciic group having 1 0 to 30 carbon 
25 atoms or a substituted or unsubstituted heterocyciic group having 5 to 30 carbon atoms, and at ieast one of to R^ 
represents the allcyl group, the alkoxyl group, the aryloxyl group, the alkylthio group, the aryithio group, the aryialkyl 
group, the monocyclic group, the condensed poiycyciic group or the heterocyclic group; 

[001 4] Ar^' and Ar* each Independently represent a substituted or unsubstituted alkenyl group having 8 to 30 carbon 
atoms; and 

30 [0015] n represents a number of 1 or 2 and m represents a number of 1 or 2. 

[0016] The organic EL device of the present invention comprises a plurality of layers of thin films of organic com- 
pounds which comprise a light emining layer or a plurality of layers comprising a light emitting layer and are disposed 
between a pair of electrodes, wherein at least one of the layers of thin fllnfis of organic compounds comprises any of 
novel compounds represented by general fonnulae [1], [V] and [2] to [5]. 

35 [001 7] It is preferable that the light emitting layer comprises any of novel compounds represented by general fonnulae 
[1].[r] and [2] to [5]. 

[0018] The light emitting layer may comprise any of novel compounds represented by general formulae [1], [1 '] and 
[2] to [5] and a fluorescent dopant. 

[0019] It is preferable that the organte EL device emits light having a peak wavelength of 460 nm or shorter. 
40 [0020] 11 Is preferable that the fluorescent dopant is an amine compound. 

BRIEF DESCRIPTION OF THE DRAWINGS 

[0021] 

45 

Figure 1 shows a spectrum of the organic EL devtee of Example 1 of the present Invention. 

THE UOSJ PREFERRED EMBODIMENT TO CARRY OUT THE INVENTION 

50 [0022] The novel compound of the present Invention useful for the organic EL device which emits bluish light is 
represented by one of the above fonnulae [1 ], [1 1 and [2] to [5] 

[0023] to R^o in the above general fonnulae [1 ] and [1 '] each independently represent hydrogen atom, a halogen 
atom, cyano group, nitro group, a substituted or unsubstituted alkyi group having 1 to 20 carbon atoms, a substituted 
or unsubstituted alkoxyl group having 1 to 20 carbon atoms, a substituted or unsubstituted aryloxyl group having 6 to 
55 30 carbon atoms, a substituted or unsubstituted alkylthio group having 1 to 20 carbon atoms, a substituted or unsub- 
stituted ar/lthio group having 6 to 30 carbon atoms, a substituted or unsubstituted aryialkyl group having 7 to 30 carbon 
atoms, an unsubstituted monocyclic group having 6 to 30 carbon atoms, a substituted or unsubstituted condensed 
poiycyciic group having 10 to 30 carbon atoms or a substituted or unsubstituted heterocyciic group having 5 to 30 
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carbon atoms. 

[0024] Ar^ and Ar* In the in the above general formulae [1] and [1'] each independently represent a substituted or 
unsubstituted aryl group having 6 to 30 carbon atoms or a substituted or unsubstituted alkenyl group having 2 to 10 
carbon atoms The substituent to the above groups is a substituted or unsubstituted alkyi group having 1 to 20 carbon 

5 atoms, a sibstituted or unsubstituted alkoxyl group having 1 to 20 carbon atoms, a substituted or unsubstituted aryloxyl 
group having 6 to 30 carbon atoms, a substituted or unsubstituted alkylthio group having 1 to 20 carbon atoms, a 
substituted or unsubstituted arylthio group having 6 to 30 carbon atoms, a substituted or unsubstituted aiylalkyi group 
having 7 to 30 carbon atoms, an unsubstituted monocyclic group having 5 to 30 carbon atoms, a substituted or unsub- 
stituted condensed polycyciic group having 10 to 30 carbon atoms, a substituted or unsubstituted heterocyclic group 

10 having 5 to 30 carbon atoms or a substituted or unsubstituted alkenyl group having 4 to 40 carbon atoms. 

[0025] In the above general formulae [1] and [V], n represents a number of 1 to 3 and m represents a number of 1 
to 3. However, the case in which Ar^ and Ar^ both represent an alkenyl group and n and m both represent a number 
of 1 is excluded In general fomiula [1 ] and the case in which n and m represent the same number is excluded in general 
formula [1']. 

15 [0026] In the above general fomiula [2], to are the same as R"' to R^ defined In general formula [1]. 

[0027] In the above general formula [2], Ar^" and Ar*" each independently represent a substituted or unsubstituted 
aryl group having 6 to 30. The substituent in the above group is a substituted or unsubstituted atkyi group having 1 to 
20 carbon atoms, a substituted or unsubstituted alkoxyl group having 1 to 20 cart>on atoms, a substituted or unsubsti- 
tuted aryio>7l group having 6 to 30 carbon atoms, a substituted or unsubstituted alkylthio group having 1 to 20 carbon 

20 atoms, a substituted or unsubstituted arylthio group having 6 to 30 carbon atoms, a substituted or unsubstituted arylalkyi 
group having 6 to 30 carbon atoms, an unsubstituted monocyclic group having 6 to 30 carbon atoms, a substituted or 
unsubstitutsd condensed polycyciic group having 10 to 30 carbon atoms, a substituted or unsubstituted heterocyclic 
group havirtg 5 to 30 carbon atoms or a substituted or unsubstituted alkenyl group having 4 to 40 carbon atoms. 
[0028] In the above general fomiula [3], R^ to R® are the same as R^ to R® defined in general formula [1]. 

25 [0029] In the above general fomiuta [4], R^ to R® are the same as R"" to R^ defined In general fomiula [1] and R^' 
and RiO' eg.ch independently represent a substituted or unsubstituted alkenyl group having 8 to 30 carbon atoms. 
[0030] In the above general formula [4], Ar*" and Ar"" each independently represent a substituted or unsubstituted 
aryl group laving 6 to 30 carbon atoms. The substituent to the above group is a substituted or unsubstituted alkyI 
group havir)g 1 to 20 carbon atoms, a substituted or unsubstituted alkoxyl group having 1 to 20 carbon atoms, a sub- 

30 stituted or tjnsubstituted aryloxyl group having 6 to 30 carbon atoms, a substituted or unsubstituted alkylthio group 
having 1 to 20 carbon atoms, a substituted or unsubstituted arylthio group having 6 to 30 carbon atoms, a substituted 
or unsubsthuted arylalkyi group having 7 to 30 carbon atoms, an unsubstituted monocyclic group having 5 to 30 carbon 
atoms, a substituted or unsubstituted condensed polycyciic group having 10 to 30 carbon atoms or a substituted or 
unsubstitutad heterocyclic group having 5 to 30 carbon atoms. 

35 [0031] Since the groups represented by R9' and R10' in the compound represented by general formula [4] are alkenyl 
groups, the organic EL compound obtained by using this compound exhibits an enhanced fluorescent property and an 
Improved effk:iency of light emission. 

[0032] In the above general fomiula [5], R^ to R^^ are the same as R"" to R^^ defined in general fomiula [1] with a 
proviso that at least one of W to R^ represents the atkyi group, the alkoxyl group, the aryloxyl group, the alkylthio 
40 group, the arylthio group, the arylalkyi group, the monocyclic group, the condensed polycycito group or the heterocyclk) 
group. 

[0033] In the above general fomnula [5], Ar^' and Ar^' each independently represent a substituted or unsubstituted 
alkenyl group having 8 to 30 carbon atoms. 

[0034] Since at least one of R^ to R^ represents the alkyi group, the alkoxyl group, the aryloxyl group, the alkylthk} 
45 group, the arylthio group, the arylalkyi group, the monocyclic group, the condensed polycyclte group or the heterocyclic 
group In the above general formula [5], the organic EL compound obtained by using the compound represented by 
general fornula [5] exhibits improved unifomriity of light emission on the light emitting surface and the possibility of 
f orm i n g del ects decreases . 

[0035] Bcamples of the groups represented by Ar^ to Ar^ include the following groups: 

50 
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and the above groups having alkyi groups, alkoxyl groups or aryl groups as the substituents. 
[0036] As described above, the organic EL device of the present Invention comprises a plurality of layers of thin films 
of organic confipounds which comprise a light emitting layer or a plurality of layers comprising a light emitting layer and 
are disposed between a pair of electrodes and at least one of the layers of thin films of organic compounds comprises 
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any of the novel compounds represented by the above general fonrnulae [1 ], [1 '] and [2] to [5]. 
[0037] It is preferable that the layer of the thin f linns of organic compounds comprises 1 to 100% by mole and more 
preferably 10 to 98% by mole of any of the novel compounds represented by the above general fomiulae [1], [V] and 
[2] to [5]. 

5 [0038] The organic EL device of the present invention emits bluish light. 

[0039] Typical examples of the compounds represented by the above general fomnulae [1], [1'] and [2] to [5] are 
shown in the following as compounds (1 ) to (43). However, the novel compound of the present invention is not limited 
to the compounds shown as the examples. 
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15 

[0040] The organic EL device of the present invention is a device in which one or a plurality of organic thin films are 
disposed between an anode and a cathode. When the device has a single organic layer, a light emitting iayer is disposed 
between an anode and a cathode. The light emitting layer contains a light emitting material and may also contain a 

20 hole injecting material to transport holes injected at the anode to the light emitting material or an electron Injecting 
material to transport electrons injected at the cathode to the light emitting material. It is preferable that the light emitting 
layer Is fonned with a light emitting material having a very high quantum efficiency of fluorescence emission and ex- 
cellent ability to transfer holes and electrons and a uniform thin film Is fomned. The organic EL device having a multi- 
layer structure has a laminate structure such as: (an anode / a hole Injecting layer / a light emitting layer / a cathode), 

25 (an anode / a light emitting layer / an electron injecting layer / a cathode) and (an anode / a hole Injecting layer / a light 
emitting layer / an electron injecting layer / a cathode). 

[0041] In the light emitting layer, where necessary, conventional light emitting materials, doping materials, hole In- 
jecting malerials and electron injecting materials may be used in addition to any of the compounds represented by 
general formulae [1 ]. [1 '] and [2] to [5] used in the present invention . Deterioration in the luminance and the life caused 

30 by quench! ig can be prevented by the multi-layer structure of the organic EL. Where necessary, light emitting materials, 
other doping materials, hole injecting materials and electron injecting materials may be used In combination. By using 
other doping materials, the luminance and the efficiency of light emission can be Improved and red light and white light 
can be emitted. The hole injecting layer the light emitting layer and the electron injecting layer may each have a multi- 
layer structure having two or more layers. When the hole injecting layer has a multi-layer structure, the layer Into which 

35 holes are injected from the electrode is refen-ed to as the hole injecting layer and the layer which receives holes from 
the hole inj3Cting layer and transports holes from the hole injecting layer to the light emitting iayer is referred to as the 
hole transporting iayer When the electron injecting layer has a multi-layer structure, the layer into which electrons are 
injected from the electrode is referred to as the electron injecting layer and the layer which receives electrons from the 
electron injecting layer and transports electrons from the electron injecting layer to the light emitting layer is refen^ed 

40 to as the electron transporting layer. These layers are each selected and used in accordance with factors such as the 
energy levol, heat resistance and adhesion with the organic layers or the metal electrodes of the material. 
[O042] Ecamples of the material which can be used in the organic layer as the light emitting material or the host 
material In combination with any of the compounds represented by general fonnulae [1], [V] and [2] to [5] include 
anthracene, naphthalene, phenanthrene, pyrene, tetracene, coronene, chrysene, f luoresceine, perylene, phthaloperyl- 

45 ene, naphtialoperylene, perynone, phthaloperynone, naphthaloperynone, diphenylbutadiene, tetraphenylbutadiene, 
coumarine, oxadiazole, aldazlne, bisbenzoxazoline, bisstyryl, pyrazine, cyclopentadlene, metal complexes of qulno- 
llne, metal complexes of aminoquinoline, metal complexes of benzoquinoline, imines, diphenylethylene, vinylanthra- 
cene, diaminocariDazole, pyrane, thiopyrane, polymethine, merocyanine, chelates of oxinoid compounds with imida- 
zoles, quinacridone, njbrene, stilbene derivatives and fluorescent pigments. However, the above material is not limited 

50 to the comf30unds described above as the examples. 

[0043] Aii the hole Injecting material, a compound which has the ability to transfer holes, exhibits an excellent effect 
of hole injection from the anode and an excellent effect of hole injection to the light emitting layer or the light emitting 
material, prevents transfer of excited components formed in the light emitting layer into the electron injecting layer or 
the electron injecting material and has excellent ability to fomn a thin film is preferable. Examples ofthe above compound 

55 include phtialocyanine derivatives, naphthalocyanine derivatives, porphyrin derivatives, oxazole, oxadiazole, triazole, 
imidazole, Imidazolone, imdazolethione, pyrazollne, pyrazolone, tetrahydroimidazole, oxazole, oxadiazole, hydrazone, 
acyihydrazDne, polyarylalkanes, stilbene. butadiene, triphenylamines of the benzidine-type, triphenylamines of the 
styrylamine type, triphenylamines of the diamine type, derivatives of these compounds and macromolecular com- 
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pounds su(;h as polyvlnylcarbazole, polysilane and conductive nnacromolecules. However, the above compound is not 
limited to the compounds described above as the exampies. 

[0044] Among the hole injection materials which can be used in the organic EL device of the present invention, 
aromatic tcirtlary amine derivatives and phthalocyanine derivatives are more effective. 

5 [0045] Examples of the aromatic tertiary amine derivative include triphenylamine, tritolylamlne. tolyldiphenylamlne, 
N,N*-dipheiyl-N,N'-(3-methylphenyl)-1,1'-biphenyl-4,4'-diamine, N,N,N',N'-(4-methylphenyl)-1,1'-phenyl-4,4'-diamine, 
N,N,N',N'-(4-methylphenyl)-1,1'-biphenyl-4,4'-diamine, N,N'-diphenyl-N,N*-dlnaphthyl-1,1'-biphenyl-4,4' -diamine, N, 
N-(methytphenyl]-N,N'-(4-n-butylphenyl)phenanthrene-9,10-diamine, N,N-bi8(4-di-4-tolylamlnophenyl)-4-phenylcy- 
clohexane and oligomers and polymers having a siceleton structure of these aromatic tertiary amines. However, the 

10 aromatic tctrtiary amine derivative is not limited to the compounds described above as the examples. 

[0046] Examples of the phthalocyanine (Pc) derivative include HgPc, CuPc, CoPc, NiPc, ZnPc, PdPc, FePc, MnPc, 
ClAIPc, Ci(3aPc, CllnPc, CISnPc, CIgSiPc, (HO)AIPc, (HO)GaPc, VOPc, TiOPc, MoOPc, GaPc-O-GaPc and corre- 
sponding derivatives of naphthalocyanine. However, the derivatives of phthalocyanine and naphthalocyanlne are not 
limited to the compounds described above as the examples. 

IS [0047] As the electron injecting material, a compound which has the ability to transport electrons, exhibits an excellent 
effect of electron injection from the cathode and an excellent effect of electron injection to the light emitting layer or 
the light emitting material, prevents transfer of excited components fomied in the light emitting layer into the hole 
Injecting layer and has excellent ability to fomi a thin film is preferable. Examples of the above compound include 
fluorenone. anthraquinodimethane, diphenoquinone, thiopyrane dioxide, oxazole. oxadiazole, triazole, imidazole, 

so peryleneteteracari^oxyllc acid, fluorenylidenemethane, anthraquinodimethane, anthrone and derivatives of these com- 
pounds. However, the above compound is not limited to the compounds described above as the examples. The charge 
injecting property can be improved by adding an electron accepting material to the hole injecting material or by adding 
an electron donating material to the electron injecting material. 

[0048] I n the organic EL device of the present invention , more effective electron injecting materials are metal complex 

25 compounds and five-membered derivatives containing nitrogen. 

[0049] Examples of the metal complex compound include 8-hydroxyquinolinatolithium, bis(8-hydroxyquinolinato) 
zinc, bls(8-hydroxyqulnollnato)copper, bls(8-hydroxyqulnolinato]manganese, tris(8-hydroxyqulnolinato)aluminum, tris 
(2-methyl-8-hydroxyquinolinato)-aluminum, tris(8-hydroxyquinilinato)gallium, bis(10-hydroxybenzo-[h]quinolinato)be- 
ryllium, bis(1 0-hydroxybenzo[h]quinolinato)zinc, bis(2-methyl-8-quinolinato)chlorogalllum, bis(2-methyl-8-quinolinato) 

30 (o-cresolato)gallium, bis(2-methyl-8-quinolinato)(1 -naphtholato)aluminum and bis(2-methyl-8-quinolinato)(2-naphtho- 
lato)galliuni. However, the metal complex compound is not limited to the compounds described above as the examples. 
[0050] Preferable examples of the five-membered derivative containing nitrogen Include derivatives of oxazoles, 
thiazoles, thiadiazoles and triazoles. Specific examples Include 2,5-bis(1-phenyl)-1,3,4-oxazole, dimethylPOPOP, 
2,5-bis(1-phenyO-1 ,3,4-thla2ole, 2,5-bis(1 -phenyl)-1 ,3,4-oxadlazole, 2-(4-tert-butylphenyl)-5-(4"-blphenyl)-1 ,3,4-oxa- 

35 diazole, 2,5-bls(1-naphthyl)-1 ,3,4-oxadiazole, 1 ,4-bis[2-(5-phenyloxadlazolyl)]benzene, 1 ,4-bls[2-(5-phenyloxadia- 
zolyl)-4-tert-butylbenzene], 2-(4 -tert-butylpheny!)-5-(4"-biphenyl)-1 ,3,4-thiadiazole: 2,5-bls(1 -naphthyl)-1 ,3,4-thladia- 
zole, 1,4-bis[2-(5-phenylthiadiazolyl)]benzene, 2-(4'tert-butyiphenyl)-5-(4"-biphenyl)-1 ,34-triazole, 2,5-bis{1-naph- 
thyl)-1 ,3,4- triazole and 1 ,4-bis[2-(5-phenyttriazolyl)]benzene. However, the five-membered derivative containing nitro- 
gen is not limited to the compounds described above as the exampies. 

40 [0051] Ir the organic EL device of the present invention, the organic layer may contain at least one of light emitting 
materials, doping materials, hole Injecting materials and electron Injecting materials in the same layer In addition to 
any of the compounds represented by general fonnula [1], [1 '] and [2] to [5], in order to improve stability of the organic 
EL device of the present invention with respect to temperature, humidity and atmosphere, a protecting layer may be 
formed on the surface of the device or the entire device may be protected with silicon oil or a resin. 

45 [0052] As the conductive material used for the anode of the organic EL device, a material having a work function of 
4 eV or greater is suitable. Examples of such a material Include cariaon, aluminum, vanadium, Iron, cobalt, nickel 
tungsten, silver, gold, platinum, palladium, alloys of these metals, metal oxides used for ITO substrates and NESA 
substrates such as tin oxide and indium oxide and organic conductive resins such as polythiophene and polypyn^ol. 
As the conductive material used for the cathode, a material having a work function smaller than 4 eV is suitable, 

50 Examples of such a material include magnesium, calcium, tin, lead, titanium, yttrium, lithium, ruthenium, manganese, 
aluminum and alloys of these metals. However, the materials used for the anode and the cathode are not limited to 
the materials described above as the examples. Typk^al examples of the alloy include alloys of magnesium and silver, 
alloys of magnesium and indium and alloys of lithium and aluminum. However, the alloy Is not limited to these alloys 
described as the examples. The composition of the alloy is controiled by the temperature of the source of vapor dep- 

55 osition, Xhe atmosphere and the degree of vacuum and can be adjusted suitably. The anode and the cathode may have 
a multi- layer structure having two or more layers, where necessary. 

[0053] Ift the organic EL devce, to achieve efficient light emission, it is preferable that at least one face of the device 
is sufficiently transparent In the wave length region of the emitted light. It is preferable that the substrate Is also trans- 
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parent. The transparent electrode is disposed in accordance with vapor deposition or sputtering using the above con- 
ductive nnateriai in a manner such that the prescribed transparency is surly obtained, it is preferable that the electrode 
disposed on the light emitting face has a transmittance of light of 1 0% or greater The substrate is not particularly limited 
as long as the substrate has sufficient mechanical strength and strength at high temperatures and is transparent. Glass 

s substrates or transparent films of resins may be used. Example of the transparent films of resins include films of pol- 
yethylene, ethylene-vinyl acetate copolymers, ethylene-vlnyl alcohol copolymers, polypropylene, polystyrene, polyme- 
thyl methacrylate, polyvinyl chloride, polyvinyl alcohol, polyvinyl butyral, nylon, polyether ether ketones, polsulfones. 
polyether sulfones, tetrafluoroethylene-perfluoroalkyi vinyl ether copolymers, polyvinyl fluoride, tetrafluoroethyiene- 
ethylene copolymers, tetrafluoroethylene-hexafluoropropyf en e copolymers, polychlorotrifluoroethyiene, potyvinytidene 

^0 fluoride, polyesters, polycarbonates, polyurethanes, polyether imides, polyimides and polypropylene. 

[0054] Each layer of the organic EL device of the present invention can be fonned suitably In accordance with a dry 
process of film formation such as vacuum vapor deposition, sputtering, plasma plating and ion plating or a wet process 
of film fon-natlon such as spin coating, dipping and flow coating. The thickness of the film is not particularly limited. 
However, it is necessary that the thickness be set at a suitable value. When the thickness is greater than the suitable 

<5 value, a high voltage must be applied to obtain a prescribed output of light and the efficiency decreases. When the 
thickness is smaller than the suitable value, pin holes are fomied and a sufficient luminance cannot be obtained even 
when the olectric field is applied. In general, the suitable range of the thk^kness is 5 nm to 10 ^m. A thickness In the 
range of 1 3 nm to 0.2 p.m is preferable. 

[0055] When the device is produced In accordance with a wet process, materials forming each layer are dissolved 
20 or dispersed in a suitable solvent such as ethanol, chloroform, tetrahydrofuran and dioxane and a film is fonned from 
the solution or the suspension. The solvent is not particularly limited. In any organic thin layer, suitable resins and 
additives nay be used to Improve the property to form a film and to prevent fonnation of pin holes, Examples of the 
resin which can be used include insulating resins such as polystyrene, polycarbonates, polyarylates, polyesters, polya- 
mides, polyurethanes, polysulfones, polymethyl methacrylate, polymethyl acrylate and cellulose; copolymers derived 
25 from these resins; photoconductlve resins such as poly-N-vinylcarbazole and polysilane; and conductive resins such 
as polythicphene and polypyrrol. Examples of the additive include antioxidants, ultraviolet light absorbents and plas- 
tlcizers. 

[O056] As described above, when the compound of the present invention is used for the organic layer of the organic 
EL device, the organic EL device exhibiting excellent efficiency of light emission and heat resistance, having a long 
30 life and emitting bluish light having excellent purity of color can be obtained. 

[O057] Tie organic EL device of the present invention can be used for a planar light emitting member such as a flat 
panel display of wall televisions, aback light for copiers, printers and liquid crystal displays, a light source of instruments, 
display panels and a marker light. 

[0058] Tie present invention will be described more specifically with reference to Synthesis Examples and Examples 
35 In the following. 

Synthesis Example 1 (Compound 14) 

(1 ) Synthesis of 2,2*-dibromobiphenyl 

40 

[0059] Under an atmosphere of argon, 1 ,2-bromobenzene (25 g, 0.11 mole) was dissolved into anhydrous THF (240 
ml) and the resultant solution was cooled at -67**C in a dry ice/methanol bath. To the cooled solution, a hexane solution 
of n-butyllithium (1 .50 mole/liter, 35 ml, 53 mmole. 0.5 eq) was slowly added dropwise over 5 minutes. The resultant 
mixture was stirred at -67'*C for 1 hour and then at the room temperature for 3 hours. To the obtained reaction mixture, 
45 a saturated aqueous solution of ammonium chloride (100 ml) was added. The fonned organic layer was separated, 
washed wf:h a saturated aqueous solution of sodium chloride (50 ml) and dried over anhydrous magnesium sulfate. 
Then, the solvent was removed by distillation and a brown liquid (about 19 g) was obtained, The obtained liquid was 
purified by the column chromatography (silica gel/hexane) and white needle crystals (9.5 g, 57%) were obtained. 
iH-NMR (CDCI3, TMS) 5: 7.2 to 7.4 (6H, m), 7.6 to 7.7 (2H, m) 

50 

(2) Synthejiis of 2-phenyl-2' -bromob [phenyl 

[0060] Under an atmosphere of argon, 2;2'-dibromoblphenyl (9.5 g, 30 mmole), phenylboronic acid (3.7 g, 30 mmole) 
and tetraki3(triphenylphosphine)patladium(0) (1.0 g, 0.87 mmole, 3% Pd) were dissolved into toluene (75 ml). To the 
55 obtained solution, an aqueous solution of sodium carbonate (9.7 g, 92 mmole, 3 eq/46 mi) was added. The resultant 
solution was heated under refluxing for 10 hours and left standing for one night. The formed organic layer was sepa- 
rated, was led with a saturated aqueous solution of sodium chloride (50 ml) and dried over anhydrous magnesium 
sulfate. Thi^n, the solvent was removed by distillation and a dark yellow oil was obtained. The obtained oil was purified 
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by the column chromatography (silica gel/hexane, hexane+3% dichloromethane and hexane+5% dichloronnethane, 
successivety) and a colorless oil (6.5 g, 70%) was obtained, 

IH-NMR (CDCI3, TMS) 5: 6.6 to 6.7 (1 H, m), 7.0 to 7.6 (12H, m) 

5 (3) Synthesis of 9,10-bis(2-(2iDhenylphenyl)phenyl)-9,10-dihydroxy-9,10-dihydroanthracene 

[0061] Under an atmosphere of argon, 2-phenyl-2'-bromobiphenyl (6.5 g, 21 mmole, 2.5 eq) was dissolved into a 
mixed solvent composed of anhydrous toluene (25 ml) and anhydrous tetrahydroftiran (THF) (25 ml) and the resultant 
solution was cooled at -30*C in a dry ice/methanol bath. To the cooled solution, a hexane solution of n-bulylllthlum 

10 (1 .50 mole/liter. 1 5 ml, 23 mmole, 1 .1 eq) was added and the resultant solution was stirred at-20°C for 1 hour. To the 
obtained solution, anthraquinone (1 .7 g, 8.2 mmole) was added and the resultant mixture was stinted at -20'*C for 1 
hour and at the room temperature for 2 hours and left standing for one night. To the obtained reaction mixture, a 
saturated aqueous solution of ammonium chloride (20 ml) was added. The formed solid was separated by filtration, 
washed with water, methanol and acetone and a white solid (2.9 g, 53%) was obtained. 

is tH-NMR (CDCI3. TMS) 5: 0.47 (2H. s), 5.7 to 5.8 (2H, m), 6.3 to 7.4 (30H, m), 8.3 to 8.4 (2H, m) 

(4) Synthesis of 9,10-bis(2-(2-phenylphenyl)phenyl)anthracene (Compound 14) 

[0062] 9.10-bis(2-(2-Phenylphenyl)phenyl)-9,10-dihydroxy-9.10-dihydroanthracene (2.9 g, 4.3 mmole) was sus- 
20 pended in acetic acid (45 ml). To the resultant suspension, a 57% hydroiodic acid (6 ml, 45 mmole, 10 eq) was added 
and the obtained mixture was stirred at 100°C for 6 hours. To the reaction mixture, a 50% aqueous solution of hypo- 
phosphorous acid (30 ml) was added. The formed solid was separated by filtration and washed with water, methanol 

and acetone and a light yellow solid (2.4 g, 88%) was obtained. 
1H-NMR (CDCI3, TMS) 6: 6.7 to 7.5 (34H. m), all-H 

25 

Synthesis Example 2 (Compound 15) 

(1) Synthesis of H2-bromophenyl)naphthalene 

30 [0063] Lnder an atmosphere of argon, 2-bromolodobenzene (7.0 g, 25 mmole), naphthaleneboronic acid (4.0 g, 23 
mmole) and tetrakis(triphenylphosphine)pa!iadium(0) (0.5 g, 0.43 mmole, 1.7% Pd) were dissolved into toluene (50 
ml). To the obtained solution, an aqueous solution of sodium carbonate (7.3 g, 69 mmole, 3 eq/35 ml) was added. The 
resultant solution was heated under refluxing for 10 hours and left standing for one night. The formed organic layer 
was separated, washed with a saturated aqueous solution of sodium chloride (50 ml) and dried with anhydrous mag- 

35 nesium sulfate. Then, the solvent was removed by distillation and a yellow oil was obtained. The obtained oil was 
purified by the column chromatography (silica gel/hexane, hexane+3% dichloromethane and hexane+10% dlchlo- 
romethanci, successively) and white needle crystals (5.4 g, 83%) were obtained. 
^H-NMR (CDCI3, TMS) 6: 7.3 to 7.8 (9H, m), 7.90 (2H. dd, J=8 Hz, 2 Hz) 

40 (2} Synthesis of 9,10-bls(2-(1'^aphthyl)phenyl)-9,10-dihydroxy-9,10-dihydroanthracene 

[0064] Under an atmosphere of argon, 1 -(2-bromophenyl)naphthalene (5.4 g, 1 9 mmole, 2.8 eq) was dissolved into 
a mixed solvent composed of anhydrous toluene (25 ml) and anhydrous THF (25 ml) and the resultant solution was 
cooled at ■40''C in a dry ice/methanol bath. To the cooled solution, a hexane solution of n-butyllithium (1 .50 mole/liter, 

45 1 4 ml, 21 mmole, 1 . 1 eq) was added and the resultant solution was stinted at -20''C for 1 hour. To the obtained solution , 
anthraquinone (1 ,4 g, 6.7 mnrK>le) was added and the resultant mixture was stirred at -20**C for 1 hour and at the room 
temperature for 3 hours and left standing for one night. To the obtained reaction mixture, a saturated aqueous solution 
of ammon um chloride (20 ml) was added. The fomed solid was separated by filtration, washed with water, methanol 
and acetone and a white solid (3.5 g, 85%) was obtained. 

50 iH-MMR (CDGI3, TMS) 5: -0.20 (2H, s), 5.76 (2H, dd, J=13 Hz, 7 Hz), 6.2 to 7.7 (26H, m), 8.43 (2H, d, J=B Hz) 

(3) Synthesis of 9.10'-bis(2-(1-naphthyl)phenyl)anthracene (Compound 15) 

[0065] 9,10-bis(2-(1-Naphthyl)phenyl)-9,10-dihydroxy-9,10-dihydroanthracene (3.5 g, 5,7 mmole) was suspended 
55 in acetic acid (80 ml). To the resultant suspension, a 57% hydroiodic acid (15 ml, 0.11 mole, 20 eq) was added and 
the obtained mixture was stirred at lOO^C for 7 hours. To the reaction mixture, a 50% aqueous solution of hypophos- 
phorous acid (30 ml) was added. The formed solid was separated by filtration and washed with water, methanol and 
acetone and a white solid (3.2 g, 96%) was obtained. 
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iH-NMR (CDCI3. TMS) 6: 6,7 to 7.5 (30H. m),. all-H 

Synthesis Example 3 (Compound 17) 

5 (1 ) Synthesis of 9-phenanthreneboronic acid 

[0066] Under an atmosphere of argon, 9-bromophenanthrene (15 g, 58 mmole) was dissolved into anhydrous ether 
(150 ml) aid the resultant solution was cooled at -SS^C in a dry ice/methanol bath. To the cooled solution, a hexane 
solution of n-butyllithlum (1 .50 mole/liter, 43 ml, 65 mmole) was added dropwise and the resultant mixture was stirred 
10 at - 20°C for 1 hour. After the reaction mixture was cooled at -67°C, a solution (30 ml) of triisopropoxyborane (37 mL 
0.1 6 mole, 2.8 eq) in anhydrous ether was added the resultant mixture was stinted at -BS'^C for 1 hour and at the room 
temperature for 2 hours and left standing for one night. To the obtained reaction mixture, a 1 0% hydrochlohc acid (1 50 
ml) was added. After the resultant mixture was stirred at the room temperature for 1 hour, the fonned organic layer 
was separated, washed with a saturated aqueous solution of sodium chloride (50 ml) and dried with anhydrous mag- 
nesium sulfate. The solid obtained after removing the solvent by distillation was washed with hexane and a white solid 
(10 g, 78%) was obtained. 

IH-NMR (CDCI3, TMS) 6: 7.6 to 7.9 {5H, m), 8.17 (1H. s). 8.5 to 8.8 (3H, m) 

(2) Synthesis of 9-(3-bromophenyl)phenanthrene 

20 

[0067] Under an atmosphere of argon, 3-bromoiodobenzene (7.0 g, 25 mmole), phenanthreneboronic acid (5.0 g, 
23 mmole) and tetrakis-(triphenylphosphine)palladium(0) (0.5 g, 0.43 mmole, 1.7% Pd) were dissolved into toluene 
(1 00 ml). To the obtained solution, an aqueous solution of sodium carbonate (7.3 g, 69 mmole, 3 eq/35 ml) was added 
and the res>ultant solution was heated under refluxing for 10 hours and left standing for one night. The formed organic 
25 layer was separated, washed with a saturated aqueous solution of sodium chloride (50 ml) and dried with anhydrous 
magnesium sulfate. Then, the solvent was removed by distillation and a yellow oil was obtained. The obtained oil was 
purified by the column chromatography (silica gel/hexane, hexane-f3% dichloromethane and hexane+5% dichio- 
romethane, successively) and white needle crystals (6.5 g, 85%) were obtained. 
IH-NMR (CDCI3. TMS) 6: 7.3 to 8.7 (11H, m), 8.76 (2H, d, J=7 Hz) 

30 

(3) Synthesis of 9,10-bis(3-(9-phenanthryl)phenyl)-9,10-dihydroxy-9,10-dihydroanthracGne 

[0068] Under an atmosphere of argon, 1 -(3-bromophenyl)naphthalene (6.5 g, 20 mmole, 2.8 eq) was dissolved into 
a mixed solvent composed of anhydrous toluene (25 ml) and anhydrous THF (25 ml) and the resultant solution was 

35 cooled at -26° C in a dry ice/methanol bath. To the cooled solution, a hexane solution of n-butyllithium (1 .50 mole/liter, 
15 mi, 23 mmole, 1 .1 eq) was added and the resultant solution was stirred at -20° C for 1 hour. To the obtained mixture, 
anthraqulnone (1 .5 g, 7.2 mmole) was added and the resultant mixture was stirred at -20'*C for 1 hour and at the room 
temperature for 3 hours and left standing for one night. To the obtained reaction mixture, a saturated aqueous solution 
of arnmonium chloride (20 mi) was added. Thefomned solid was separated by filtration and washed with water methanol 

40 and acetore and a white solid (5.9 g^ quant.) was obtained. 

IH-NVIR (CDCIa, TMS) 6: -0.16 (2H, s), 6.06 (2H, s), 6.4to 7.0 (12H, m), 7.1 to 7.7 (12H, m), 8.20 (2H, dd, J=8 
Hz. 2 Hz), 3.4 to 8.6 (6H, m) 

(4) Synthesiis of 9,10-bis(3-(9i3henanthryl)phenyl)anthracene (Compound 17) 

45 

[0069] 9,1 0-bis(3-(9-Phenanthryl)phenyl)-9; 1 0-dihydroxy-9,1 G-dihydroanthracene (5.2 g, 7.3 mmole) was suspend- 
ed in acetic acid (120 ml). To the resultant suspension, a 57% hydroiodic acid (10 ml, 77 mmole, 10 eq) was added 
and the obtained mixture was stirred at 100°C for 6 hours. To the reaction mixture, a 50% aqueous solution of hypo- 
phosphoro js acid (40 ml) was added. The formed solid was separated by filtration and washed with water, methanol 
50 and acetore and a white solid (5.0 g, quant.) was obtained. 

IH-NVIR (CDCI3, TMS) 8: 7.0 to 8.5 (34H, m), all-H 

Synthesis lExample 4 (Compound 20) 

55 (1 ) Synthesis of 1 -(4-bromophenyl)pyrene 

[0070] Under an atmosphere of argon, 4-bromoiodobenzene (7.0 g, 25 mmole), 1 -pyreneboronic acid (5.7 g, 23 
mmole) ani tetrakls(triphenyiphosphlne)paltadium(0) (0.5 g, 0.43 mmole, 1.7% Pd) were dissolved into toluene (50 
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ml). To the obtained solution, an aqueous solution of sodium carbonate (7.3 g, 69 mmole, 3 ec|/35 mO was added. The 
resultant solution was heated under refluxing for 10 hours and left standing for one night. The fomned organic layer 
was separated, washed with a saturated aqueous solution of sodium chloride (50 ml) and dried with anhydrous mag- 
nesium sulfate. Then, the solvent was removed by distillation and a yellow oil was obtained. The obtained oil was 
5 purified by the column chromatography (silica gel/hexane, hexane+3% dichloromethane and hexane+10% dichlo- 
romethane, successively) and white needle crystals (6.6 g, 80%) were obtained. 
^H-NMR (CDCI3, TMS) 6: 7.3 to 7.8 (11 H, m), 7.90 (2H, d, J=8 Hz) 

(2) Synthesis of 9.10>bis(4-(1-pyrenyl)phenyl)-9,10-dihydroxy-9,10-dihydroanthracene 

10 

[0071] Under an atmosphere of argon, 1-(2-bromophenyl)pyrene (6.6 g, 18 mmole, 2.8 eq) was dissolved into a 
mixed solvent composed of anhydrous toluene (25 ml) and anhydrous THF (25 mi) and the resultant solution was 
cooled at -40''C in a dry ice/methanol bath. To the cooled solution, a hexane solution of n-butyiiithium (1 .50 moie/llter, 
14 mi, 21 nmole, 11 eq) was added and the obtained solution was stirred at -20° C for 1 hour To the obtained mixture, 
IS anthraqulnone (1 A g, 6.7 mmole) was added and the resultant mixture was stirred at -20°C for 1 hour and at the room 
temperature for 3 hours and left standing for one night. To the obtained reaction mixture, a saturated aqueous solution 
of ammo nijm chloride (20 ml) was added. The formed solid was separated by filtration and washed with water methanol 
and acetone and a white solid (4.5 g, 88%) was obtained. 

iH-NMR (CDCI3, TMS) 5: -0.20 (2H. s), 5.76 (2H. dd. J=13 Hz. 7 Hz), 6.2 to 7.7 (30H. m), 8.43 (2H. d, J=8 Hz) 

20 

(3) Synthesis of 9,10-bls(4-(1-pyrenyl)phenyl)anthracene (Compound 20) 

[0072] 9.10-bis(4-(1-Pyrenyl)phenyl)-9,10-dlhydroxy-9,10-dihydroanthracene (4.5 g, 5.9 mmole) was suspended In 
acetic acic (80 ml). To the resultant suspension, a 57% hydroiodic acid (15 ml, 0.11 mole, 20 eq) was added and the 
25 obtained mixture was stirred at 100^Cfor7 hours. To the reaction mixture, a 50% aqueous solution of hypophosphorous 
acid (30 ml) was added. The formed sotid was separated by filtration and washed with water, methanol and acetone 
and a white solid (3.9 g, 90%) was obtained. 

iH-NMR (CDCI3. TMS) 5: 6.7 to 7.5 (30H, m). ail-H 

30 Synthesis Example 5 (Compound 22) 

(1) Synthesis of 2-biphenylboronic acid 

[0073] Under an atmosphere of argon, 2-bromobiphenyi (20 g, 86 mmole) was dissolved into anhydrous ether (200 
35 ml) and the resultant solution was cooled at -35°C in a dry ice/methanol bath. To the cooled solution, a hexane solution 
of n-butylli:hlum (1 .50 moie/liter, 63 ml, 95 mmole) was added dropwise and the resultant mixture was stirred at -20*' C 
for 1 hour After the reaction mixture was cooled at -67** C, a solution (50 ml) of triisopropoxyborane (50 ml, 0.22 mole; 
2.5 eq) in anhydrous ether was added and the resultant mixture was stirred at -65°C for 1 hour and at the room tem- 
perature fc>r 2 hours and left standing for one night. To the obtained reaction mixture, a 1 0% hydrochloric acid (200 mi) 
40 was added. After the resultant mixture was stirred at the room temperature for 1 hour, the formed organic layer was 
separated washed with a saturated aqueous solution of sodium chloride (50 mi) and dried with anhydrous magnesium 
sulfate. The solid obtained after removing the soh/ent by distillation was washed with hexane and a white solid (11 g, 
62%) was obtained. 

1H-KMR (CDCI3, TMS) 6: 6.74(1 H, d, J=7 Hz), 7.1 to 7.4 (8H, m) 

45 

(2) Synthesis of 2-(4-bromophenyl)biphenyl 

[0074] Under an atmosphere of argon, 2-bromoiodobenzene (7.9 g, 25 mmole), biphenylboronic acid (5.0 g, 25 
mmole) and tetrakis(triphenylphosphine)palladium(0) (0.5 g, 0.43 mmole, 1.7% Pd) were dissolved Into toluene (60 

so ml). To the obtained solution, an aqueous solution of sodium carbonate (8.0 g, 75 mmole, 3 eq/40 ml) was added. The 
resultant solution was heated under refluxing for 10 hours and left standing for one night. The formed organic layer 
was separated, washed with a saturated aqueous solution of sodium chloride (50 ml) and dried with anhydrous mag- 
nesium sulfate. Then, the solvent was renrK>ved by distillation and a yellow oil was obtained. The obtained oil was 
purified by the column chromatography (silica gel/hexane, hexane+3% dichloromethane and hexane+5% dichlo- 

S5 romethano, successively) and white needle crystals (6.8 g, 88%) were obtained. 
^H-NMR (CDCI3, TMS) 6: 7.3 to 8.7 (11 H, m), 8.76 (2H. d, J=7 Hz) 
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(3) Synthesis of 9,10-bls(4-(2-phenylphenyl)phenyl)-9,10-clihydroxy-9,10-clihyclroanthracene 

[0075] Under an atmosphere of argon, 2-(4-bromopheny!)biphenyl (6.8 g, 22 mmole, 2.5 eq) was dissolved into a 
mixed solvent composed of anhydrous toluene (25 ml) and anhydrous THF (25 ml) and the resultant solution was 

5 cooled at -ac^C in a dry ice/methanol bath. To the cooled solution, a hexane solution of n-butyllithium (1 .50 mole/liter, 
1 5 ml, 23 mmole, 1 .1 eq) was added and the resultant solution was stirred at -20°C for 1 hour. To the obtained mixture, 
anthraquirione (1 .7 g, 8.2 mmole) was added and the resultant mixture was stirred at -20°C for 1 hour and at the room 
temperature for 2 hours and left standing for one night. To the obtained reaction mixture, a saturated aqueous solution 
of ammonium chloride (20 ml) was added. The formed solid was separated lay filtration and washed with water methanol 

10 and acetone and a white solid (4.9 g, 89%) was obtained. 

1H-NMR (CDCI3, TMS) 5: 5.7 to 5.8 (2H, m), 6.3 to 7.4 (30H, m). 8.3 to 8.4 {2H, m) 

(4) Synthesis of 9,10-bls(4-(2-phenylphenyl)phenyl)anthracene (Compound 22) 

15 [0076] 9.10-bis(4-(2-Phenylphenyl)phenyl)-9, 10-dihydroxy-9,10-dihydroanthracene (4.9 g, 7.3 mmole) was sus- 
pended in acetic acid (70 ml). To the resultant suspension, a 57% hydroiodic acid (1 0 ml, 77 mmole, 1 0 eq) was added 
and the obtained mixture was stirred at lOO^C for 6 hours. To the reaction mixture, a 50% aqueous solution of hypo- 
phosphorous acid (50 mi] was added. The formed solid was separated by filtration and washed with water, methanol 
and acetone and a light yellow solid (4.6 g, 88%) was obtained. 

20 iH-NMR (CDCI3, TMS) 6: 6.7 to 7.5 (34H, m), all-H 

Synthesis Example 6 (Synthesis of Compound 1) 

(1) Synthesis of 9,10-bis(4-(3-pheny!phenyl)pheny()-9,10-dihydroxy-9,10-dihydroanthracene 

25 

[0077] Under an atmosphere of argon, 3-(4-bromophenyl)biphenyl (6.8 g, 22 mmole, 2.5 eq) was dissolved into a 
mixed solvent composed of anhydrous toluene (25 ml) and anhydrous THF (25 ml) and the resultant solution was 
cooled at -30**C in a dry ice/methanol bath. To the cooled solution, a hexane solution of n-butyllithlum (1 .50 mole/liter, 
15ml, 23 mmole, 1.1 eq) was added and the resultant mixture was stirred at -20*C fori hour. To the obtained solution, 
30 anthraquinone (1 ,7 g, 8.2 mmole) was added and the resultant mixture was stirred at -20°C for 1 hour and at the room 
temperature for 2 hours and left standing for one night. To the obtained reaction mixture, a saturated aqueous solution 
of anvnonlum chloride (20 ml) was added. Thefomned solid was separated by filtration and washed with water methanol 
and acetore and a white solid (5.0 g. 91%) was obtained. 

iH-N VIR (CDCI3, TMS) 6: 5.7 to 5.8 (2H, m), 6.3 to 7.4 (30H, m), 8.3 to 8.4 (2H, m) 

35 

(2) Synthesis of 9,10-bis(4-(3-phenylphenyl)phenyl)anthracene (Compound 1) 

[0078] 9,10-bls(4-(3-Phenylphenyl)phenyl)-9,10-dihydroxy-9,iO-dihydroanthracene (4.9 g, 7.3 mmole) was sus- 
pended in acetic acid (70 ml). To the resultant suspension, a 57% hydroiodic acid (1 0 ml, 77 mnriole, 1 0 eq) was added 
40 and the obnalned mixture was stirred at 1 00°C for 6 hours. To the reaction mixture, a 50% aqueous solution of hypo- 
phosphoroijs acid (50 ml) was added. The fomried solid was separated by filtration and washed with water, methanol 
and acetone and a light yellow solid (4.1 g, 79%) was obtained. 
iH-NMR (CDCI3, TMS) 6: 6.7 to 7.5 (34H. m), all-H 

45 Synthesis lExample 7 (Synthesis of Compound 2) 

(1) Synthesiis of 9.10-bis(4-(3,5-dlphenylphenyl)phenyl)-9,10-dihydroxy-9,10-dihydroanthracene 

[0079] Under an atmosphere of argon, 1 ,3-diphenyl-5-(4-bromophenyl)-benzene (8.5 g, 22 mmole, 2.5 eq) was dis- 
50 solved into a mixed solvent composed of anhydrous toluene (25 ml) and anhydrous THF (25 ml) and the resultant 
solution wes cooled at -30**C In a dry loe/methanol bath. To the cooled solution, a hexane solution of n-butyllithium 
(1 ,50 mole/liter, 15 ml, 23 mmole, 1 .1 eq) was added and the resultant mixture was stirred at -20°C for 1 hour To the 
obtained solution, anthraquinone (1 .7 g, 8.2 mmole) was added and the obtained mixture was stirred at -20'*C for 1 
hour and at the room temperature for 2 hours and left standing for one night. To the obtained reaction mixture, a 
55 saturated aqueous solution of ammonium chloride (20 ml) was added. The formed solid was separated by filtration 
and washed with water, methanol and acetone and a white solid (1 6 g, 90%) was obtained. 
^H-NMR (CDCI3, TMS) 8: 5.7 to 5.8 (2H, m), 6.3 to 7.4 (30H, m), 8.3 to 8.4 (2H, m) 
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(2) Synthesis of 9,10-b}s(4-(3,5-dlphenylphenyl)phenyl)anthracene (Compound 2) 

[0080] 9,1 0-bis(4-{3,5-Diphenylphenyl)phenyl)-9,1 0-dihydroxy-9,1 0-dlhydroanthracene (6.0 g, 7.3 mmole) was sus- 
pended in acetic acid (70 ml). To the resultant suspension, a 57% hydrolodic acid (1 0 ml, 77 mmole, 1 0 eq) was added 
5 and the obtained mixture was stirred at 1 0O^'C for 6 hours. To the reaction mixture, a 50% aqueous solution of hypo- 
phosphorcus acid (50 ml) was added. The formed solid was separated by filtration and washed with water, methanol 
and acetone and a light yellow solid (5.3 g, 93%) was obtained. 
^H-NMR (CDCI3, TMS) 6: 6.7 to 7.5 (34H, m), all-H 

10 Synthesis Example 8 (Synthesis of Compound 3) 

(1) Synthesis of 9,1 0-bis(4-(2-naphthyl)phenyl)-9,10-dihydroxy-9,1 0-dlhydroanthracene 

[0081] Under an atmosphere of argon, 2-(4-bromophenyi)naphthalene (5.4 g, 19 mmole, 2.8 eq) was dissolved Into 
IS a mixed solvent composed of anhydn>us toluene (25 ml) and anhydrous THF (25 ml) and the resultant solution was 
cooled at -40°C in a dry ice/methanol bath. To the cooled solution, a hexane solution of n-butyllithium (1 .60 mole/liter, 
14 ml, 21 mmole, 1,1 eq) was added and the resultant mixture was stirred at -20*'C for 1 hour. To the resultant solution, 
anthraquirione (1 .4 g, 6.7 mmole) was added and the obtained mixture was stirred at -20°C for 1 hour and at the room 
temperature for 3 hours and left standing for one night. To the obtained reaction mixture, a saturated aqueous solution 
20 of ammonium chloride (20 ml) was added. The formed solid was separated by filtration and washed with water, methanol 
and acetone and a white solid (3.7 g, 91%) was obtained. 

1H-MMR (CDCI3, TMS) 5: -0.20 (2H, s). 5.76 (2H, dd. J=13 Hz, 7 Hz), 6.2 to 7.7 (26H, m), 8.43 (2H, d, J=8 Hz) 

(2) Synthesis of 9,10-bis(4-(2-naphthyl)phenyl)anthracene (Compound 3) 

25 

[0082] 9,10-bis(4-{2-Naphthyl)phenyl)-9,10-dihydroxy-9,10-dihydroanthracGne (3.5 g, 5.7 mmole) was suspended 
in acetic acid (80 ml). To the resultant suspension, a 57% hydrolodic add (15 ml, 0.11 mole, 20 eq) was added and 
the obtained mixture was stirred at 100°C for 7 hours. To the reaction mixture, a 50% aqueous solution of hypophos- 
phorous a^id (30 ml) was added. The formed solid was separated by filtration and washed with water, methanol and 
30 acetone and a white solid (3.3 g, 98%) was obtained. 

iH-MMR (CDCI3, TMS) 6: 6,7 to 7.5 (30H, m), all-H 

Synthesis Example 9 (Compound 25) 

35 (1 ) Synthesis of 1 -(2,2-dlphenylvinyl)-3,5-dibromobenzene 

[0083] Under an atmosphere of argon, 3,5-dibromobenzaldehyde (12.1 g, 46 mmole) and diethyl diphenylmethyl- 
phosphon.ate (1 5 g, 49 mmole, 1 .1 eq) were dissolved into dimethyl sulfoxide (DMSO) (60 ml). To the resultant solution, 
potassium t>butoxlde (6.2 g, 55 mmole, 1 .2 eq) was added in small portions and the obtained solution was stinted at 

40 the room temperature for 9 hours and left standing for one night. After water (60 ml) was added, the reaction mixture 
was subjected to extraction with ethyl acetate (250 ml). The obtained organic layer was washed with water (100 ml) 
and a saturated aqueous solution of sodium chloride (50 ml) and dried with magnesium sulfate. Then, the solvent was 
removed by distillation and a deep brown oil was obtained. The obtained oil was purified by the column chromatography 
(silica gel/hexane and hexane+3% dichloromethane, successively) and a white solid (14.0 g, 74%) was obtained. 

45 IH-NMR (CDCI3, TMS) 6: 6.80 (1H. s), 7.03 (2H, d, J=2 Hz), 7.3 to 7.4 (11 H, m) 

(2) Synthesis of 1-(2.2-diphenylvinyl)-3-phenyl-5-bromobenzene 

[0084] Under an atmosphere of argon, 1-(2,2-diphenylvinyl)-3,5-dibromobenzene (7.0 g, 17 mmole), phenylboronic 
so acid (2.1 c|, 17 mmole) and tetrakis(triphenylphosphine)palladium(0) (0.4 g, 0.35 mmole, 2% Pd) were dissolved Into 
toluene (40 ml). To the obtained solution, a 2 M aqueous solution of sodium carbonate (25 ml, 51 mmole, 3 eq) was 
added. The resultant solution was heated under refluxing for 10 hours and left standing for one night. The fomied 
organic layer was separated, washed with a saturated aqueous solution of sodium chloride (30 ml) and dried with 
anhydrouis magnesium sulfate Then, the solvent was removed by distillation and a yellow oil was obtained. The ob- 
ss tained oil was purified by the column chromatography (silica gel/hexane, hexane+3% dichloromethane and hex- 
ane+10% dichloromethane, successively) and white needle crystals (3.9 g, 56%) were obtained. 
^H-NMR (CDCts, TMS) 6: 6.94 (1H, s), 7.1 to 7.5 (18H, m) 
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(3) Synthesis of 9J0-bis(3-(2,2-diphenylvinyl)phenyl-5i3henyl)-9,10-dihydroxy-9J0-dihydroanthracene 

[0085] Under an atmosphere of argon, 1-(2,2-diphenylvinyl)-3-phenyl-5-bromobenzene (3.9 g, 9.5 mmole, 2.7 eq) 
was disso ved Into a mixed solvent composed of anhydrous toluene (20 ml) and anhydrous THF (20 ml) and the resultant 

5 solution was cooled at -40''C in a dry ice/methanol bath. To the cooled solution, a hexane solution of n-butyllithium 
(1 .60 moUs/lfter, 6 ml, 9.6 mmole, 1 .0 eq) was added and the resultant mixture was stirred at -ZO^C for 1 hour. To the 
obtained ijolution, anthraquinone (0.7 g, 3.4 mmole) was added and the resultant mixture was stirred at -20**C for 1 
hour and at the room temperature for 7 hours and left standing for one night. To the obtained reaction mixture, a 
saturated aqueous solution of ammonium chloride (50 ml) was added and the reaction was deactivated. The formed 

10 organic layer was separated, washed with a saturated aqueous solution of sodium chloride (30 ml) and dried with 
anhydrous magnesium sulfate. Then, the solvent was removed by distillation and a yellow oil was obtained. The ob- 
tained oil v/as purified by the column chromatography (silica gel/hexane, hexane+50% dichloromethane, dichiorometh- 
ane and d)chloronriethane-i-3% methanol, successively) and a light yellow amorphous solid (2.0 g, 67%) was obtained. 
iH-MMR (CDCI3, TMS) 6: 2.56 (2H, s), 6.5 to 6.6 (4H, m). 6.8 to 7.4 (34H, m), 7.41 (4H, dd, J=6 Hz, 3 Hz). 7.71 

15 (4H. dd, J:=6 Hz, 3 Hz) 

(4) Synthesis of 9,10-bis(3-(2,2-diphenylvinyl)phenyl-5-phenyl)-anthrac6ne (Compound 25) 

[0086] 9,10-bis(3-(2,2-Diphenylvlnyl)phenyl-6-phenyl)-9, 10-dihydroxy-9.10-dihydroanthracene (2.0 g, 2.3 mmole) 
20 was dissolved into acetic acid (25 ml). To the resultant solution, potassium iodide (1 .5 g, 90 mmole, 4 eq) was added 
and the obtained solution was stirred for 3 hours. To the reaction mixture, a 50% aqueous solution of phosphinic acid 
was adde(i and the reaction was deactivated. The formed solid was separated by filtration and washed with water, 
methanol and acetone and a white solid (1 .4 g, 73%) was obtained. 

^H-NMR (CDCI3, TMS) 6: 7.2 to 7.4 (42H, m), 7.66 (4H, dd, J=7 Hz, 3 Hz) 
25 [0087] The solid obtained above (1 .4 g) was purified by sublimation at 380**C under 1 0^ Torr for 1 hour and a light 
yellow solid (0.8 g) was obtained. 

FDfJiS: calc. for C6eH46=838, found nVz=838 (M+, 4) 
Xmax, 398, 358, 306 nm (PhMe) 
Fma:<, 416, 435 nm (PhMe, Xex=395 nm) 
30 Eg=3.00 eV 

lp=5 87 eV(51 Y/eV, 100 nW) 
Tg=130'C 

Synthesis Example 10 (Compound 26) 

35 

(1) Synthesis of 1-(2,2-diphenylvinyl)-3-(1-naphthyi)-5-bromoben2ene 

[0086] Under an atmosphere of argon, 1-(2,2-diphenylvinyl)-3,5-dibromobenzene (8.3 g, 20 mmole). 1 -naphtha- 
leneboronic acid (3.4 g, 20 mmole) and tetrakis(trlphenylphosphlne)paliadlum(0) (0.46 g, 0.4 mmole, 2% Pd) were 

40 dissolved iito toluene (50 ml). To the obtained solution, a 2 M aqueous solution of sodium carbonate (30 ml, 60 mmole, 
3 eq) was added. The resultant solution was heated under refluxing for 1 0 hours and left standing for one night. The 
fonned organic layer was separated, washed with a saturated aqueous solution of sodium chloride (50 ml) and dried 
with anhydrous magnesium sulfate. Then, the solvent was removed by distillation and a yellow oil was obtained. The 
obtained oil was purified by the column chromatography (silica gel/hexane, hexane+3% dichloromethane and hex- 

45 ane+10% dichloromethane, successively) and a white glass solid (5.5 g, 60%) was obtained. 
IH-NMR (CDCI3, TMS) 5: 6.96 (1H, s), 7.1 to 7.6 (18H, m), 7.8 to 7.9 (2H, m) 

(2) Syntheiiis of 9,10-bjs(3-(2,2-diphenytvinyl)phenyl-5-(1-naphthyl))-9, 10-dlhydroxy-9,10-dihydroanthracene 

50 [0089] Under an atmosphere of argon, 1 •(2,2-diphenylvlnyl)-3-(1 -naphthyl)-5-bromobenzene (5.5 g, 1 2 mmole, 2.7 
eq) was dissolved into a mixed solvent composed of anhydrous toluene (30 ml) and anhydrous THF (30 ml) and the 
resultant solution was cooled at -SO'^C in a dry ice/methanol bath. To the cooled solution, a hexane solution of n- 
butylllthium (1 .60 mole/liter, 8 ml, 13 mmole, 1 .0 eq) was added and the resultant mixture was stirred at -20°C for 1 
hour. To the obtained mixture, anthraquinone (0.9 g, 4.4 mmole) was added and the resultant mixture was stirred at 

55 -20*C for 1 hour and at the room temperature for 7 hours and left standing for one night. To the obtained reaction 
mixture, a saturated aqueous solution of ammonium chloride (50 ml) was added and the reaction was deactivated. 
The fomied organic layer was separated, washed with a saturated aqueous solution of sodium chloride (30 mQ and 
dried with anhydrous magnesium sulfate. Then, the solvent was removed by distillation and a yellow oil was obtained. 
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The obtained oil was purified by tiie column cliromatography (silica gel/hexane+50% dichtorometiiane and didilo- 
romethane, successively) and a white amorphous solid (2.7 g, 63%) was obtained. 

^H-Niy/IR (CDCI3, TMS) 6: 2.56 (2H, s), 6.5 to 6.8 (6H, m), 6.9 to 7.5 (36H, m), 7.6 - 7.8 (8H, m) 

5 (3) Synthesis of 9,1 0-bis(3-(2,2-diphenylvinyl)phenyl-5-(1 -naphthyl))-anthracene (Compound 26) 

[0090] 9,10-bis(3-(2,2-Diphenylvinyl)phenyl-5-(1-naphthyl))-9,10-dlhydroxy-9,10-dihydroanthracene (2.7 g, 2.8 
mnrtole) was dissolved into acetic acid (30 ml). To the resultant solution, potassium iodide (1 .8 g, 11 mmole, 4 eq) was 
added and the obtained solution was stirred for 3 hours. To the reaction mixture, a 50% aqueous solution of phosphinic 
10 acid (40 ml) was added and the reaction was deactivated. The fomied solid was separated by filtration and washed 
with water, methanol and acetone and a white solid (2.0 g, 78%) was obtained. 

IH-NMR (CDCI3, TMS) 6: 7.2 to 7.5 (40H, m), 7.7 to 7.9 (10H, m) 
[0091] The solid obtained above (2.0 g) was purified by sublimation at 400*'C under 1 0-® Torr for 1 hour and a light 
yellow solid (1 .2 g) was obtained. 
15 FDMS: calc. for C74H50=938, found m/z=938 (M+, 1 00), 469 (M2+, 6) 

Xmajc, 398, 377, 358 nm (PhMe) 
Fma:<, 418, 436 nm (PhMe, X«x=395 nm) 
Eg=^;.00 eV 

lp=6 86 eV(34 Y/eV. 100 nW) 
20 Tg=132*C 

Synthesis Example 11 (Compound 33) 

(1 ) Synthesis of 2-t-butyl-9,1 0-bis(4-(2,2-diphenylvinyi)phenyl-9,1 0-dihydroxy-9,1 0-dihydroanthracene 

25 

[0092] Under an atmosphere of argon, 4-{2,2-diphenylvinyl)bromoben2ene (5.0 g, 15 mmole, 2.6 eq) was dissolved 
Into a mixtjd solvent composed of anhydrous toluene (25 ml) and anhydrous THF (25 ml) and the resultant solution 
was coole<i at -40*'C in a dry ice/methanol bath. To the cooled solution, a hexane solution of n-butyllithlum (1 .60 mole/ 
liter, 10 ml, 16 mmole, 1 .1 eq) was added and the resultant mixture was stinred at -20°C for 1 hour. To the obtained 

30 mixture, 2 (t-butyl)anthraquinone (1 .5 g, 5.7 mmole) was added and the resultant mixture was stirred at -20°C for 1 
hour and at the room temperature for 7 hours and left standing for one night. To the obtained reaction mixture, a 
saturated aqueous solution of ammonium chloride (50 ml) was added and the reaction was deactivated. The formed 
organic layer was separated, washed with a saturated aqueous solution of sodium chloride (30 ml) and dried with 
anhydrous magnesium sulfate. Then, the solvent was removed by distillation and a yellow oil was obtained. The ob- 

35 tained oil vi^as purified by the column chromatography (silica gel/hexane+50% dichloromethane, dichloromethane and 
dlchloromothane+1% methanol, successively) and a white amorphous solid (3.3 g, 75%) was obtained. 

1H-NMR (CDCI3, TMS) 5: 1.29 (9H, s). 2.65 (1H, s), 2.71 (1H, s). 6.68 (9H, s), 6.84 (2H, s), 7.1 to 7.4 (23H. m), 
7.5 - 7.7 (4H, m) 

40 (2) Synthesis of 3-t-buty!-9,1 0-bls(4-(2,2-diphenylvinyl)phenyl)-anthracene (Compound 33) 

[0093] 2-t-Butyl-9,10-bis(4-(2,2-dlphenylvinyl)phenyI)-9.10-dihydroxy-9.10-dihydroanthracene (3.3 g, 4.3 mmole) 
was dissolved into acetic acid (30 ml). To the resultant solution, potassium iodide (1 .9 g, 11 mmole, 2.7 eq) and sodium 
phosphinate monohydrate (0.6 g, 5.7 mmole) were added and the obtained mixture was stirred for 2 hours. The reaction 
45 mixture was filtered and washed with water methanol and acetone and a light yellow solid (2.8 g, 88%) was obtained. 

IH-MMR (CDCI3, TMS) 6: 1 .28 (9H, s), 7.14 (2H, s), 7.2 to 7.5 (30H, m), 7.6 to 7.7 (5H, m) 
[0094] The solid obtained above (2.8 g) was purified by sublimation at 360^*0 under 10-^ Torr for 1 hour and a light 
yellow solid (2.2 g) was obtained. 

FDIViS: calc. for C5aH46=742, found m/z=742 (M+, 100), 371 (M2+ 4) 
50 Xmax, 397, 379, 360, 310 nm (PhMe) 

Fmax, 450 nm (PhMe, Xex=397 nm) 

Eg=:>.92 eV 

lp=5.71 eV(39 Y/eV, 100 nW) 
Tg=105''C 

55 
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Synthesis Example 12 (Compound 34) 

(1) Synthosis of 2-phenylanthraquinon0 

[0095] Under an atmosphere of argon, 2-chloroanthraquinone (5.0 g, 21 nnmole), phenylboronic add (2.8 g, 23 
mmole, 1 .1 eq), tri8(dibenzylideneacetone)dlpalladlum(0) (0.2 g, 0.22 mmole, 2% Pd) and potassium fluoride (4.4 g, 
76 mmole, 3.3 eq) were suspended In anhydrous dioxane (30 ml). To the obtained suspension, a toluene solution of 
tri-t-butylphosphine (66%, 0.13 ml, 0.42 mmole, 1 eq) was added and the resultant mixture was stirred at 80°C for 3 
hours. Th»3 reaction mixture was filtered and washed with toluene (100 ml). The filtrate was washed with a saturated 
aqueous solution of sodium chloride (30 ml) and dried with magnesium sulfate. Then, the solvent was removed by 
distiliation and a yellow solid was obtained. The obtained solid was washed with boiling ethanol (50 ml) and a yellow 
solid (5.2 2, 87%) was obtained. 

^H-NMR (CDCI3. TMS) 5: 7.4 to 7.6 (3H, m), 7.6 to 7.9 (4H, m). 7.98 (1 H, dd, J=8 Hz, 2 Hz), 8,2 to 8.4 (3H, m), 
8.50 (1H, d, J=2 Hz) 

(2) Synthesis of 2-phenyl-9,10-bis(4-(2,2-diphenyivlnyl)phenyl)-9,10-dihydroxy-9,10-dlhydroanthracene 

[0096] Under an atmosphere of argon, 4-(2,2-diphenylvinyl)bromobenzene (5.0 g, 15 mmole, 2.6 eq) was dissolved 
into a mixixl solvent composed of anhydrous toluene (25 ml) and anhydrous THF (25 ml) and the resultant solution 
was cooled at -40''C in a dry ice/methanol bath. To the cooled solution, a hexane solution of n-butyllithium (1 .60 mole/ 
liter, 10 mi, 16 mmole, 1.1 eq) was added and the resultant mixture was stin-ed at -20°C for 1 hour. To the obtained 
nnlxture, 2-phenylanthraqulnone (1 .6 g, 5.6 mmole) was added and the resultant mixture was stirred at -20* C for 1 hour 
and at the room temperature for 7 hours and left standing for one night. To the obtained reaction mixture, a saturated 
aqueous solution of ammonium chloride (50 ml) was added and the reaction was deactivated. The formed organic 
layer was separated by filtration, washed with a saturated aqueous solution of sodium chloride (30 ml) and dried with 
magnesium sulfate. Then, the solvent was removed by distillation and a yellow oil was obtained. The obtained oil was 
purified by the column chromatography (silica gel/hexane4-50% dichloromethane, dichloromethane and hexane+1% 
methanol, successively) and a white amorphous solid (2.3 g. 52%) was obtained. 

iH-NMR (CDCI3, TMS) 8: 2.75 (1H, s), 2.78 (1H. s). 6.68 (8H. s). 6.83 (2H. s), 7.1 to 7.7 (31 H. m), 7.90 (1H, d, 
J=2 Hz) 

(3) Synthesis of 3-phenyl-9,10-bis(4-(2,2-dlphenylvlnyi)phenyi)-anthracene (Compound 34) 

[0097] 2-Phenyl-9,10-bis(4-(2.2-dlphenylvlnyl)phenyi)-9,10-dihydroxy-9,10-dihydroanthracene (2.3 g, 2.9 mmole) 
was dissolved into acetic acid (20 ml). To the resultant solution, potassium iodide (1 .4 g, 8.4 mmole, 3 eq) and sodium 
phosphinate monohydrate (0.4 g, 3.8 mmole) were added and the obtained solution was stirred for 1 hours. The reaction 
mixture was filtered and washed with water methanol and acetone and a light yellow solid (2.1 g, 95%) was obtained. 

^H-NMR (CDCI3, TMS) 5: 7.14 (2H. s), 7.2 to 7.5 (39H, m), 7.87 (1H, s) 
[0098] Tie solid obtained above (2.1 g) was purified by sublimation at d70''C under 1 0^ Torr for 1 hour and a light 
yellow solid (0.9 g) was obtained. 

FDMS: calc. for CeoH42=762, found m/z=762 (M+, 100) 

X.max, 409, 388, 370 nm (PhMe) 

Fmax, 453 nm (PhMe, A.ex=409 nm) 

Eg=2'.85 eV 

lp=5.70 eV(14 Y/eV, 100 nW) 
Tg=114*»C 

Synthesis Example 13 (Compound 41) 

(1) Synthesis of 9-(4-bromophenyl)anthraqulnone 

[0099] Under an atmosphere of argon, 9-anthraceneboronlc acid (11.8 g, 53 mmole), 4-iodobromobenzene (1 6.5 g, 
58 mmole, 1.1 eq)andtetrakis(triphenylphosphine)palladlum(0)(1.0g, 0,87 mmole, 1.5% Pd) were dissolved in toluene 
(160 ml). Id the obtained solution, a 2 M aqueous solution of sodium carbonate (17 g, 0.16 mole, 3 eq/BO ml) was 
added and the resultant solution was heated under refluxing for 10 hours. The fomied organic layer was separated, 
washed wilh a 5% aqueous solution of sodium hydroxide (1 00 mi) and a saturated aqueous solution of sodium chloride 
(50 mi) and dried with magnesium sulfate. Then, the solvent was removed by distillation and a light yellow solid was 
obtained. 1 he obtained solid was purified by recrystalllzation from toluene (30 ml) and white plate crystals (1 0 g, 57%) 
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were obta ned. 

IH-MMR (CDCIa, TMS) 6: 7.2 to 7.8 (10H, m), 8.0 to 8.1 (2H, m), 8.49 (1H, s) 

(2) Synthesis of 9-bromo-10-(4-bromophenyl)anthrac6ne 

5 

[0100] 9-(4-Bromophenyl)anthracene (6.3 g, 1 9 mmole) was dissolved in anhydrous dimethylfonnanriide (DMF) (100 
mi). To the resultant solution, a solution (15 rx\\) of NBS (3.7 g, 21 mmole, 1 .1 eq) in anhydrous DMF was added and 
the obtained mixture was stired at the room tennperature for 7 hours and left standing for one night. After the reaction 
mixture \n\is diluted with water (30 mt), the formed solid was separated by filtration and washed with methanol and a 
10 yellow solid (6.0 g, 77%) was obtained. 

^H-NMR (CDCI3, TMS) 5: 7.2 to 7.8 (10H, m). 8.60 (2H, d, J=9 Hz) 

(3) Synthesis of 9-(4-(2,2-diphenylvinyl)phenyl)-1 0-(4-(4-(2,2-diphenylvinyl)ph6nyl)phenyl)anthracene (Compound 41 ) 

IS [0101] Under an atmosphere of argon, 9-bromo-1 0-(4-bromophenyl)-anthracene (3.0 g, 7.3 mnrKJle), 4-(2,2-diphenyl- 

vinyt)phenylboronic acid (5.7 g, 19 mmole, 2.6 eq) and tetrakis(triphenylphosphine)palladium(0) (0.34 g, 0.29 mmole, 
2% Pd) w€!re suspended into toluene (60 ml). To the obtained suspension , a 2 M aqueous solution of sodium carbonate 
(6.0 g, 57 mmole, 3 eq/30 ml) was added and the resultant mixture was heated under refluxing for 10 hours. The 
reaction mixture was filtered and washed with toluene, water and methanol and a green solid (4.5 g) was obtained. 
20 The obtained solid was suspended in boiling toluene (50 ml), cooled while being left standing, filtered and washed with 
toluene and a light green solid (3.9 g, 70%) was obtained. 

IH-MMR (CDCI3, TMS) 5: 7.0 to 7.5 (34H, m). 7.6 to 7.8 (8H, m) 
[0102] T he solid obtained above (3.9 g) was purified by sublimation at SSO^'C under 1 0'^ Torr for 2 hours and a light 
yellow solid (3.3 g) was obtained. 
25 FDMS: calc. for C6oH42-762. found m/z=762 (M+, 1 00), 381 (M2+, 7) 

A,max, 397, 378, 357, 323 nm (PhMe) 

Fmax, 442 nm (PhMe, Xex=397 nm) 

Eg=;>.95 eV 

lp=5.62 eV(32 Y/eV, 100 nW) 
30 Tg=120'»C 

Synthesis Exannple 14 (Compound 42) 

(1 ) Synthesis of 9-(3-(2,2-diphenyh/inyl)phenyl)-1 0-(4-(3-(2,2-diphenylvinyi)phenyl)phenyl)anthracene (Compound 42) 

35 

[0103] Under an atmosphere of argon, 9-bromo-1 0-(4-bromophenyl)-anthracene (3.0 g, 7.3 mmole), 4-(2,2-diphenyl- 
vinyl)phenylboronic acid (6.6 g, 22 mmole, 3 eq) and tetrakis(triphenylphGsphine)palladlum(0) (0.34 g, 0.29 mmole, 
2% Pd) were suspended into toluene (60 ml). To the obtained suspension, a 2 M aqueous solution of sodium carbonate 
(7.0 g, 66 mmole, 3 eq/36 ml) was added and the resultant mixture was heated under refluxing for 10 hours. The 
40 reaction mixture was filtered and washed with toluene, water and methanol and a gray solid (1 .4 g, the first crop, 25%) 
was obtained. From the filtrate, the organic layer was separated, washed with a saturated aqueous solution of sodium 
chloride and dried with magnesium sulfate. The solvent was removed by distillation and a deep brown oil was obtained. 
When the obtained oil was dissolved in dichloromethane, crystals were formed soon. The formed crystals were sep- 
arated by filtration and washed with a mixed solvent composed of hexane and dichloromethane and a white solid (3.3 
45 g, the second crop, 59%) was obtained. The obtained crude crystals (3.5 g) were suspended in boiling toluene (40 ml) . 
cooled while being left standing, filtered and washed with toluene and a light yellow solid (2.4 g) was obtained. 

iH-NMR (CDCI3, TMS) 5: 7.1 to 7.6 (32H, m) all-H 
[0104] ITie solid obtained above (2.4 g) was purified by sublimation at380^C under 10*^ Torr for 1 hour and a light 
yellow sol d (1 .9 g) was obtained. 
50 [0105] F DMS: calc. for C6oH42=762, found m/z=762 (M+, 100). 508 (Imp, 2), 381 (M2+, 7) 

Ajnax, 397, 377, 357 nm (PhMe) 

Fmax, 423, 436 nm (PhMe. Xex=397 nm) 

Eg=3.00 eV 

lp=6.77 eV(1 7 Y/eV, 100 nVSf) 
55 Tg=l08*'C 
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Synthesis Example 15 (Compound 43) 

(1) Synthesis of 9-(4-formyiphenyl)anthrac©ne 

5 [0106] Under an atmosphere of argon, 9-bromoanthracene (3.9 g, 15 mmole), 4-formylphenylboronlc acid (2.5 g, 1 7 
mmole, 1 . 1 eq), potassium fluoride (3.2 g, 56 mmole, 3 eq) and tris(dibenzylideneacetone)-dipalladium(0) (0.07 g. 76 
mmole, 1% Pd) were suspended in anhydrous THF (25 ml). To the obtained suspension, a toluene solution of tri-t- 
butylphosf)hine (66%, 0.06 ml, 0.2 mmole, 1 .3 eq to Pd) was added and the resultant mixture was heated under refluxing 
for 10 hours. To the reaction mixture, water (50 ml) and toluene (150 ml) were added. The fonned organic layer was 

10 separated, washed with a saturated aqueous solution of sodium chloride (50 ml) and dried with magnesium sulfate. 
Then, the solvent was removed by distillation and a light yellow solid was obtained. The obtained solid was purified by 
the column chromatography (silica gel/ hexane+50% dichloromethane) and a light yellow solid (3.3 g, 78%) were ob- 
tained. 

^H-NMR(CDCl3,TMS)8: 7.3to7.7(8H, m). 8.0 to 8.1 (2H,m), 8.10 (2H, d, J=8 Hz,), 8.52 (1H, s), 10.18 (1H, s) 

IS 

(2) Synthesis of 9-bromo-10-(4-fonnylphenyl)anthracene 

[0107] 9-(4-Fomriylphenyl)anthracene (3.3 g, 12 mmole) was suspended in anhydrous DfJif (40 ml). To the resultant 
suspension, a solution (8 ml) of NBS (2.3 g, 1 3 mmole, 1 .1 eq) in anhydrous Diy^F was added and the obtained mixture 
20 was stirred at the room temperature for 1 0 hours and left standing for one night. After the reaction mixture was diluted 
with water (50 mi), the solid was separated by filtration and washed with methanol and a yellow solid (3.9 g, 90%) was 
obtained. 

IH-NMR (CDCI3, TMS) 5: 7.3 to 7.7 (8H, m), 8.10 (2H. d, J=8 Hz), 8.62 (2H, dd, J=8 Hz, 2 Hz). 10.19 (1 H, s) 

2S (3) Synthesis of 9-bromo-1 0-(4-(2-phenylvlnyl)phenyl)anthracene 

[0108] Under an atmosphere of argon, 9-bromo-1 0-(4-fomiylphenyl)-anthracene (3.9 g, 11 mmole) and diethyl ben- 
zylphosphonate (3 g, 13 mmole, 1 .2 eq) were suspended into DMSO (25 ml). To the resultant suspension, potassium 
t-butoxide (1 .6 g, 14 mmole, 1,1 eq) was added and the obtained mixture was stirred at the room temperature for 10 

30 hours and left standing for one night. The reaction mixture was diluted with water (50 ml) and subjected to extraction 
with toluene (300 ml). The organic layer was washed with water (50 ml) and a saturated aqueous solution of sodium 
chloride (50 ml) and dried with magnesium sulfate. Then, the solvent was removed by distillation and a yellow solid 
was obtained. The obtained solid was purified by recrystallization from toluene (40 ml) and yellow needle ciystals (4.1 
g, 86%) were obtained. 

35 IH-NMR (CDCI3, TMS) 5: 7.2 to 7.8 (17H, m), 8.60 (2H, d, J=8 Hz) 

(4) Synthessis of 9-(4-(2,2-diphenylvinyl)phenyl)-10-(4-(2-phenylvinyl)-phenyl)anthracene (Compound 43) 

[0109] Under an atmosphere of argon, 9-bromo-10-(4-(2-phenylvinyl)-phenyl)anthracene (3.1 g, 7.1 mmole), 
40 4-(2,2-diphenylvinyl)phenylboronlcacid (2,4 g, 8.0 mmole, 1 .1 eq) and tetrakls(triphenylphosphine)-palladium(0) (0.16 
g, 0.14 mn^iole, 2% Pd) were suspended into toluene (25 ml). To the obtained suspension, a 2 M aqueous solution of 
sodium carbonate (2.5 g, 24 mmole, 3 eq/12 ml) was added and the resultant mixture was heated under refluxing for 
1 0 hours. T he reaction mixture was filtered and washed with water and methanol and a yellow solid was obtained. The 
obtained solid was suspended in boiling toluene (50 mi), cooled while being left standing, filtered and washed with 
45 toluene and a light yellow solid (3.8 g, 88%) was obtained. 

IH-NVIR (CDCI3. TMS) 5: 7.14 (2H, s), 7.3 to 7.8 (32H, m) 
[0110] The solid obtained above (3.6 g) was purified by sublimation 31340^ under lO^Torrfor 1 hourandallght 
yellow solid (2.9 g) was obtained. 

FDMS: calc. for C48H34=610, found m/z=610 (M+. 100), 305 (M2+ 5) 
50 Xma> , 398, 379. 360, 313, 304 nm (PhMe) 

Fmax, 445 nm (PhMe, Xex=397 nm) 
Eg=2.94 eV 

lp=5.38 eV(12 Y/eV, 100 nW) 
55 Example 1 

[0111] A glass substrate (nnanufactured by GEOMATEC Company) of 25 mmx75 mmx1 .1 mm thickness having an 
ITO transparent electrode was cleaned by application of ultrasonic wave in isopropyt alcohol for 5 minutes and then 
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by exposu re to ozone generated by ultraviolet light for 30 minutes. The glass substrate having the transparent electrode 
lines which had been cleaned was attached to a substrate holder of a vacuum vapor deposition apparatus. On the 
surface of the cleaned substrate at the side having the transparent electrode, a film of N,N'-bis(N,N'-diphenyl-4-aml- 
nophenyl)- N,N'-dlephenyl-4,4'-dlamlno-1 ,1 '-biphenyl (referred to as TPD232, hereinafter) having a thickness of 60 nm 

5 was formed so that the formed film covered the transparent electrode. The fonmed film of TPD232 worked as the first 
hole injecting layer (the hole transporting layer). Then, on the fomned film of TPD232, a film of 4,4'^^is|N-(1-naphthyl) 
-N-phenyl{imino]-biphenyl (refen-ed to as NPD, hereinafter) having a thickness of 20 nm was fonned. The formed film 
of NPD worked as the second hole injecting layer (the hole transporting layer). On the fomned film of NPD, Compound 
(16) was vacuum vapor deposited so that a film having a thickness of 40 nm was formed. The film of compound (15) 

10 worked as the light emitting layer. On the film formed above, a film of tris(8-quino!inol)aluminum (referred to as Alq, 
hereinafter) having a thickness of 20 nm was fonned. The film of Alq worked as the electron injecting layer. Thereafter, 
Li (the source of lithium: manufactured by SAES GETTERS Company) and Alq were binary vapor deposited and an 
Alq:Li film was fomned as the electron Injecting layer (the cathode). On the fonmed Alq:LI film, metallks aluminum was 
vapor deposited to form a metal cathode and an organic EL device was prepared. When a direct current voltage of 6 

IS V was applied to the organic EL device prepared above, blue light was emitted at a luminance of 80 cd/m^, a maximum 
luminance of 23,000 cd/m^ and an efficiency of light emission of 2.0 cd/A. 

[0112] The spectrum of the light emitted from this organic EL device is shown in Figure 1 . As shown in Figure 1 , the 
light emitted from this organic EL device had the peak wavelength at 450 nm and exhibited excellent purity of color 
[0113] Compound 15 had a glass transition temperature of 118'*C and exhibited excellent heat resistance. When the 
20 obtained organic EL devtee was kept at a high temperature (B5*»C, 500 hours), no change was found in the properties 
and the e>:cellent heat resistance was confirmed. 

[0114] V\/hen the device was driven under a constant current at an initial luminance of 80 cd/m^, the half -life was as 
long as 13,000 hours. 

25 Examples2 to 14 

[01 1 5] Organic EL devices were prepared In accordance with the same procedures as those conducted in Example 
1 except tiiat the compounds shown in Table 1 were used in place of Compound (1 6). A direct current voltage of 6 V 
was applied to the prepared organic EL devices. The luminance of the emitted light and the effciency of light emission 
30 were measured and the color of the emitted light was observed. The results are shown In Table 1 . 



Table 1 





Connpound 


Luminance of emitted light 
(cd/m2) 


Effteiency of light emission 
(cd/A) 


Color of emitted light 


Example 2 


(1) 


120 


3.2 


blue 


Example 3 


(2) 


113 


2.7 


blue 


Example 4 


(3) 


90 


3.7 


blue 


Example 5 


(13) 


130 


2.2 


blue 


Example 6 


(14) 


113 


2.7 


blue 


Example 7 


(17) 


90 


4.2 


blue 


Example 8 


(20) 


150 


2.8 


blue 


Example 9 


(22) 


180 


4.7 


blue 


Example 10 


(25) 


80 


2.8 


blue 


Example 11 


(26) 


75 


2.6 


blue 


Example 12 


(33) 


230 


3.6 


blue 


Example 13 


(34) 


280 


4.3 


blue 


Example 14 


(41) 


250 


4.2 


blue 



50 

Examples 1 5 to 25 and Comparative Examples 1 and 2 

[0116] 1*he glass transition temperatures of the novel compounds of the present invention shown in Table 2 and 
Compound CI (Comparative Example 1): 

55 
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(CI) 




and Compound C2 (Comparative Example 2): 



(C2) 




were obtained by the measurement of DSC. The results are shown in Table 2. 



Table 2 





Compound 


Glass transition temperature 
(-C) 


Example 15 


(14) 


102 


Example 16 


(15) 


118 


Example 17 


(17) 


163 


Example 1 8 


(18) 


106 


Example 1 9 


(22) 


110 


Example 20 


(24) 


113 


Example 21 


(26) 


130 


Example 22 


(26) 


136 


Example 23 


(33) 


106 


Example 24 


(34) 


110 


Example 25 


(41) 


120 


Comparative Example 1 


(CI) 


75 


Comparative Example 2 


(C2) 


97 



[0117] As shown in Table 2, the compounds of Comparative Examples had glass transition temperatures lowerthan 
1 0O^'C and exhibited poor heat resistance. In contrast, the compounds of Examples had glass transition temperatures 
higher than lOC'C and exhibited excellent heat resistance. 

Example 25 

[01 1 8] An organic EL device was prepared in accordance with the same procedures as those conducted in Example 
1 except that, in place of Compound (15), Compound (15) and the following compound PAVB; 
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5 




which worked as the fluorescent dopant were binary vapor deposited at a relative rate of vapor deposition of 40:1 and 
10 a film was formed. Under the application of a direct current voltage of 5.6 V to the prepared organic EL devices, the 
luminance of emitted light, the efficiency of light emission and the maximum luminance of emitted light were measured 
and the color of the emitted light was observed. The results are shown in Table 3. 

Examples? 

15 

[0119] An organic EL device was prepared in accordance with the same procedures as those conducted in Example 
1 except tliat, in place of Compound (15), Compound (1 7) and PAVB shown above were binary vapor deposited at a 
relative rale of vapor deposition of 40:1 and a film was formed. Under the application of a direct current voltage of 5.5 

V to the prepared organic EL devices, the luminance of emitted light, the efficiency of light emission and the maximum 
20 luminance of emitted light were measured and the color of the emitted light was observed. The results are shown in 

Table 3. 

Example ^ 8 

25 [0120] An organic EL device was prepared in accordance with the same procedures as those conducted in Example 
1 except ttiat, in place of Compound (15), Compound (18) and PAVB shown above were binary vapor deposited at a 
relative rale of vapor deposition of 40:1 and a film was formed. Under the application of a direct current voltage of 5.5 

V to the pr5pared organic EL devices, the luminance of emitted light, the efficiency of light emission and the maximum 
luminance of emitted light were measured and the color of the emitted light was observed. The results are shown in 

30 Table 3. 



Table 3 





Compound 


Luminance of 
emitted light 


Efficiency of light 
emission 


Maximum 
luminance of 
emitted light 


Color of emitted 
light 


(cd/m2) 


(cd/A) 


(cd/m2) 


Example 26 


(15) and PAVB 


222 


7.14 


85,000 


greenish blue 


Example 27 


(17) and PAVB 


135 


7.58 


75,000 


greenish blue 


Example 28 


(18) and PAVB 


145 


9.67 


95,000 


greenish blue 



[0121] As shown in Table 3, the efficiency was improved by adding the fluorescent dopant to the novel compound 
of the pres:ent Invention. 



Comparative Example 3 



[0122] A n organic EL device was prepared in accordance with the same procedures as those conducted In Example 
1 except that, In place of Compound (15), the following Compound (C3): 

50 



55 
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5 

(ca) 



10 

was vapor deposited and a film was formed. When a direct current voltage of 6.5 V was applied to the organic EL 
device prepared above, bluish green light was emitted at a luminance of 92 cd/nn^ and an efficiency of light emission 
of 1 .22 cd/A. The efficiency was low and the device could not be used for a practical application. 

^5 Example :?9 

[0123] An organic EL device was prepared in accordance with the same procedures as those conducted in Example 
1 except tliat Compound (25) was used In place of Compound (1 5). When the device prepared above was driven under 
a constant current at an initial luminance of 500 cd/m^, the half-life was as long as 840 hours which corresponded to 
20 about 6,000 hours at an initial luminance of 100 cd/m^. When the organic EL device was kept at a high temperature 
(SS^'C, 500 hours), no change was found in the properties and the heat resistance was excellent. The light emission 
on the light emitting surface was uniform and showed no defects. The device exhibited an efficiency of light emission 
of 2.8 cd/A and blue light of a high purity having color coordinates of (0.16, 0.08) was emitted. 

2S Example JIO 

[0124] /i.n organic EL device was prepared In accordance with the same procedures as those conducted in Example 
1 except tliat Compound (33) was used in place of Compound (1 5). When the device prepared above was driven under 
a constant current at an initial luminance of 500 cd/m^, the half-life was as long as 1 ,100 hours which corresponded 
30 to about B 000 hours at an initial luminance of 1 00 cd/m2. When the organic EL device was kept at a high temperature 
(85°C, 500 hours), no change was found in the properties and the heat resistance was excellent. The light emission 
on the light emitting surface was unifonn and showed no defects. The device exhibited an excellent efftelency of light 
emission of 3.6 cd/A. 

35 Example £1 

[0125] An organic EL device was prepared In accordance with the same procedures as those conducted In Example 
1 except th at Compound (41 ) was used In place of Compound (15). When the device prepared above was driven under 
a constant current at an Initial luminance of 500 cd/m^, the half-life was as long as 1 ,200 hours which con-esponded 
40 to about 9,500 hours at an initial luminance of 1 00 cd/m2. When the organic EL device was kept at a high temperature 
(85''C, 500 hours), no change was found in the properties and the heat resistance was excellent. The light emission 
on the light emitting surface was unifomn and showed no defects. Blue light of a high purity having color coordinates 
of (0.15, 0 13) was emitted and the device exhibited an excellent efficiency of light emission of 4.2 cd/A. 

4B Comparati/e Example 4 

[0126] An organic EL device was prepared in accordance with the same procedures as those conducted In Example 
1 except tfiat, in place of Compound (15), the following Compound {C4): 

50 




55 
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5 



10 




15 

was vapor deposited and a film was formed. When the device prepared above was driven under a constant cun-ent at 
an initial luminance of 500 cd/m^, the haif-life was as extremely short as 25 hours and the device could not be used 
for practical applications. The efficiency of light emission was as low as 1 .7 cd/A. 

20 Comparatve Example 5 

[01 27] ^.n organic EL device was prepared in accordance with the same procedures as those conducted in Example 
1 except tiiat, in place of Compound (15), the following Compound (C5): 



30 




35 

was vapof deposited and a film was fomied. When the device prepared above was driven under a constant current at 
an initial tiiminance of 500 cd/m^, the half-life was as short as 420 hours and the device could not be used for practical 
applications. The efficiency of light emission was as low as 2.1 cd/A. 

40 Comparative Example 6 

[0128] P^n organic EL device was prepared in accordance with the same procedures as those conducted in Example 
1 except tiat, in place of Compound (15), the following Compound (C6): 



50 




was vapor deposited and a film was formed. When this device prepared above was kept at a high temperature (85°C, 
500 hours), defects were f onmed at portions of the light emitting surface and the portions of the defects showed change 
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in the col Dr although the half-life was as long as 1 ,000 hours when the device was driven under a constant current at 
an Inrtlal 'uminance of 500 cd/m^. 

[0129] As described above, the devices prepared by using the compounds of the present Invention could emit blue 
light at an efficiency of light emission of 2 cd/A or higher and were more excellent than the devices of Comparative 
Examples. The devices prepared by using the compounds of the present invention also had long lives, exhibited ex- 
cellent heat resistance and could maintain unifomn light emission after being kept at a high temperature. 

INDUSTRIAL APPLICABILITY 

[0130] As described above In detail, the organic electroluminescence device of the present Invention which utilizes 
any of the above novel compounds represented by general formulae [1], [1 '] and [2J to [5] exhibits excellent efficiency 
of light emission and heat resistance, has a long life and emits biuish light having excellent purity of color. 
[0131] Therefore, the organic electroluminescence device of the present Invention Is useful as a light source such 
as a planiir light emitting member of wall televisions and a back light of displays. 



Claims 

1 . A novel compound represented by following general formula [1]: 




[13 



wherein to Rio each independently represent hydrogen atom, a halogen atom, cyano group, nitro group, a 
substi tuted or unsubstituted alkyi group having 1 to 20 carbon atoms, a substituted or unsubstituted alkoxyl group 
havinc) 1 to 20 carbon atoms, a substituted or unsubstituted aryloxyl group having 6 to 30 carbon atoms, a substi- 
tuted or unsubstituted alkylthio group having 1 to 20 carbon atoms, a substituted or unsubstituted arylthio group 
having 6 to 30 carbon atoms, a substituted or unsubstituted arylalkyi group having 7 to 30 carbon atoms, an 
unsubstituted monocyclic group having 5 to 30 carbon atoms, a substituted or unsubstituted condensed potycyclic 
group having 10 to 30 carbon atoms or a substituted or unsubstituted heterocyclic group having 5 to 30 carbon 
atoms; 

Ar^ and Ar* each independently represent a substituted or unsubstituted aryl group having 6 to 30 carbon 
atoms or a substituted or unsubstituted alkenyl group having 2 to 10 carbon atoms, the substituent in the above 
group^n being a substituted or unsubstituted alkyI group having 1 to 20 carbon atoms, a substituted or unsubstituted 
alkoxyl group having 1 to 20 carbon atoms, a substituted or unsubstituted aryloxyl group having 6 to 30 carbon 
atoms a substituted or unsubstituted alkylthio group having 1 to 20 carbon atoms, a substituted or unsubstituted 
arylthio group having 6 to 30 carbon atoms, a substituted or unsubstituted arylalkyi group having 7 to 30 carbon 
atoms an unsubstituted monocyclic group having 5 to 30 carbon atoms, a substituted or unsubstituted condensed 
polycyclic group having 10 to 30 carbon atoms, a substituted or unsubstituted heterocyclic group having 5 to 30 
carbon atoms or a substituted or unsubstituted alkenyl group having 4 to 40 carbon atoms; 

n represents a number of 1 to 3 and m represents a number of 1 to 3; and 

£i case in whkih Ar^ and Ar* both represent an alkenyl group and n and m both represent a number of 1 is 
excluded. 

2. A novcil compound represented by following general fomriula [1 ']: 
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cr 3 



wherein R1 to Rio each independently represent hydrogen atom, a halogen atom, cyano group nitro group a 

having 1 to 20 carbon atoms, a substituted or unsubstituted aryloxyl group having 6 to 30 carbon atoms a substi- 

having 6 to 30 carbon atoms, a substituted or unsubstituted aortalkyi group having 7 to 30 carbon atoms an 
unsub.t,tuted monocyclic group having 5 to 30 carbon atoms. asi«tS!,tidor unsub^ttutSSnS^d pS^ 
group having 1 0 to 30 carbon atoms or a substituted or unsubstituted heterocyclic group hatTn^o i Sn 

Ar3 and Ar4 each independently represent a substituted or unsubstituted aryl group having 6 to 30 carbon 
atoms or a substttuted or unsubstituted alkenyl group having 2 to 1 0 carbon ator^s, the substituent in Z ZZ 
groups being a substttuted or unsubstituted alkyi group having 1 to 20 carbon atoms, a substitut«^rJ,iuiSJId 
a koxyl group having 1 to 20 cartjon atoms, a substituted or unsubstituted arytoxyl group having ^tSTJS^ 
atoms, a subst^uted or unsubstituted alkylthio group having 1 to 20 carbon at^a subLted or uns^SsmSS 
arylthio group having 6 to 30 carbon atoms, a substituted or unsubstituted arylalkyi group having 7 to 30 ca*on 
atonns, an unsubslitutedmonocyclicgrouphavl^ 

poj^^clic group having 10 to 30 carbon atoms, a substituted or unsubstituted heterocyclic group havSJg 5 tolo 
carbon atoms or a substituted or unsubstituted alkenyl group having 4 to 40 carbon atoms- and 



3. A novel compound represented by following general fomiula [2]: 




wherein ^i to R8 each independently represent hydrogen atom, a halogen atom, cyano group, nitro group a 

aSfna no 2o"ZTT T"' '"^"^ ' -*«tituted or^nsubstttut^ 2xyl group 

having 1 to 20 carbon atoms, a substituted or unsubstituted aryloxyl group having 6 to 30 carbon atoms a substi 

haSo^tTSt'T ' '° ^'^^^^ ' - unsubstituted a^Jrthtogr^u 

JnI?h,SL « substituted or unsubstituted arylalkyi group having 7 to 30 carbon atoms, an 

unsub8tit.j^ed monocyclic group having 5 to 30 cartoon atoms, a substituted or unsubstituted condensed polvcvclic 
group havng 10 to 30 carbon atoms or a substituted or unsubstituted heterocyclic group h^i^^M 
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atoms; and 



.-VrS" and Ar*- each independently represent a substituted or unsubstituted aryl group havina 6 to 30 carbon 
a^oms, the substituent in the above group being a substituted or unsubstituted aliS groJp halg 1 to caSj 
atoms, a subst^uted or unsubstttuted alkoxyl group having 1 to 20 carbon atoms^LbiltSr unsuSSS 
7lTfT^.T.' ' '° ^ unsubstituted aikyrthio group having 1 to 20 

a^ms a substituted or unsubstituted arylthio group having 6 to 30 cafbon atoms, a sub^ituted ?r unsubstSJed 
I^ZT" T^-® '° ^° ^'""^^ ""^^bstituted monocyclic group having 5 to 30 carbon atoms a 

iocarirZf ' ^ " ^ ^"'""'^^ unsubstituted ailcenyi group halg^to 



40 carljon atoms. 
4. A novel compound represented by following general formula [3J: 




C3J 



T^T,^ independently represent hydrogen atom, a halogen atom, cyano group nitro qrouo a 

y^ZIT on""'"'''';'^ '^^'"^ ^ '° '° « '"^^'^^^ °^ unsubLtidSo>?r group 

having 1 to 20 carbon atoms, a substituted or unsubstituted aryloxyl group having 6 to 30 ca*on at<^s a suS 

htinn %TT"T '"^'''^ '"^'"3 1 to 20 carbon atoms, a substitute? or unsubstltute^l^mifo gr^p 
having 6 to 30 carbon atoms, a substituted or unsubstituted arylalkyi group having 7 to 30 ^on itoms aS 

group hsvtng 10 to 30 carbon atoms or a substituted or unsubstituted heterocyclte group having 5 to 30 Son 



5. A novel compound represented by following general formula [4]: 




C43 



^hc^ t I independently represent hydrogen atom, a halogen atom, cyano group, nltro group a 

having 1 to 20 carbon atoms , a substrtuted or unsubstituted anrtoxyl group having 6 to 30 carbon atoms 

having 6 to 30 carbon atoms, a substituted or unsubstituted a^^lalkyl group having 7 to 30 carbon atoms, an 
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unsub stituted monocyclic group having 5 to 30 carbon atoms, a substituted or unsubstituted condensed polycyclic 
group having 10 to 30 carton atoms or a substituted or unsubstituted heterocyclic group having 5 to 30 carbon 

^ and Ri» each independently represent a substituted or unsubstituted alkenyt group having 8 to 30 carbon 

Ari and Ari each independently represent a substituted or unsubstituted aryl group having 6 to 30 carbon 
atoms, the substituent In the above group being a substituted or unsubstituted allcyl group having 1 to 20 carbon 
atoms, a substituted or unsubstituted aikoxyl group having 1 to 20 carbon atoms, a substituted or unsubstituted 
arylojc/l group having 6 to 30 carbon atoms, a substituted or unsubstituted alkylthio group having 1 to 20 carbon 
atoms a substmned or unsubstituted arylthio group having 6 to 30 carbon atoms, a substituted or unsubstituted 
aryla l<y group having 7 to 30 carbon atoms, an unsubstituted monocyclic group having 5 to 30 carbon atoms a 
substituted or unsubstituted condensed polycyclic group having 10 to 30 carbon atoms or a substituted or unsJb- 
stituteii heterocyclic group having 5 to 30 carbon atoms. 

A nov€ l compound represented by foiiowing general formula [S\: 




^T. l '° ^^^^ independently represent hydrogen atom, a halogen atom, cyano group, nitro group a 
substrtu ted or unsubstituted alkyi group having 1 to 20 carbon atoms, a substituted or unsubstituted alko)Jl group 
having "I to 20 carbon atoms, a substituted or unsubstituted aiyloxyl group having 6 to 30 carbon atoms, a substN 
tuted or unsubstituted alkylthio group having 1 to 20 carbon atoms, a substituted or unsubstituted arylthio group 
TJULV^ f carbon atoms, a substttuted or unsubstituted arylaikyi group having 7 to 30 carton atoms, an 
unsubstituted monocyclic group having 5 to 30 carbon atoms, a substituted or unsubstituted condensed polycyclic 
group having 10 to 30 carbon atoms or a substituted or unsubstituted heterocyclic group having 5 to 30 carbon 
atoms, find at least one of Ri to R8 represents the aikyi group, the aikoxyl group, the aiytoxyi group, the alkytthto 
^clic group ^'^^^^ «>"*n««l PolJcydfe group ortheTte 

atoms'^lEind"'* ^ ^ Independently represent a substituted or unsubstituted alkeny I group having 8 to 30 carbon 
n represents a number of 1 or 2 and m represents a number of 1 or 2. 

An organic electroluminescence device comprising a plurality of layers of thin films of organic corrvounds whk:h 
compnso a light emitting layer or a plurality of layers comprising a light emitting layer and are disposed between 
a pair of electrodes wherein at least one of the layers of thin films of organk: compounds comprises a novel 
compound descnbed in Claim 1 . 

An organte electroluminescence device comprising a plurality of layers of thin films of organic compounds whteh 
compnse. a light emitting layer or a plurality of layers comprising a light emitting layer and are disposed between 
a pair of electrodes wherein at least one of the layers of thin films of organk: compounds comprises a novel 
compound described in Claim 2. » t- a nuvei 

An organte electroluminescence device comprising a plurality of layers of thin films of organic compounds which 
compnse a light emitting layer or a plurality of layers comprising a light emitting layer and are disposed between 
a pair of electrodes, wherein at least one of the layers of thin filnrjs of organte compounds comprises a novel 
compound described in Claim 3. ^ w o nuvei 



40 



EP 1333 018 A1 



^h!^*! electroluminescence device comprising a plurality of layers of thin films of organic compounds which 
comp-«e a light emrttmg layer or a plurality of layers comprising a light emitting layer and are disposed be^^n 



11, 



™;!!» ?«=/^°'"":""«f=^"^e ''evice comprising a plurality of layers of thin films of organic compounds which 
comprise a light emitting layer or a plurality of layers comprising a light emitting layer and are disposed beJ^een 

rpcmtsra::r^ " '^^ ^"-^ ~ oom;™;:, 

12. An organic electroluminescence device comprising a plurality of layers of thin films of organic compounds which 
^oS^Tou" JdrS TSZ t '^^^ " " ^'>-^-"* --P^'- « -e, 

f ^5°'"";'i"^f'^e"«« device comprising a plurality of layers of thin films of organic compounds which 
compnse a light emitting layer or a plurality of layers comprising a light emitting layer and are disposed b^n 
a pair of electrodes, wherein the light emitting layer comprises a novel compound described In Cla^ 

^ZT. nS'°'T'"T^ « P'"'^"^ °* "^y^^ °f °* °^g«nic compounds which 

compn«e a light emitting layer or a plurality of layers comprising a light emitting layer and are disposed beZ^n 
a pair cf electrodes, wherein the light emitting layer comprises a novel compound described!n S 2 

f ^/^^'""^'"^f'^^"^^ device comprising a plurality of layers of thin films of organic compounds which 
corrpnse a l.ght emitting layer or a plurality of layers comprising a light emitting layer and are di8pLd*e^e^n 
a pair o f electrodes, wherein the light emitting layer comprises a novel compound described In Oaiml 

^132 » ^"'^ device comprising a plurality of layers of thin films of organic compounds which 

^frT f """l^ ^T'S' ' '""'^"'y °' '^y*'^ comprising a light emitting layer and are dispLed beZ«^ 

a parr ol electrodes, wherein the light emitting layer comprises a novel compound described in Clai.^^ 

17. An organic electroluminescence device comprising a plurality of layers of thin films of organic compounds which 
compns.^ a light emitting layer or a plurality of layers comprising a light emitting layer an? are dSed bel^e^n 
a parr of electrodes, wherein the light emitting layer comprises a novel compound describedraSS 5 

Z^nT^ electroluminescence device comprising a plurality of layers of thin Alms of organic compounds which 
comprise a light emitting layer or a plurality of layers comprising a light emitting layer and are dispLd be3 
a pair of electrodes, wherein the light emitting layer comprises a novel compound described In Qaim 6. 

ilX' « ^'^*~'""[!'"«f~"~ device comprising a plurality of layers of thin films of organic compounds which 
comprise, a light emrtting layer or a plurality of layers comprising a light emitting layer and are disposed belle^n 

^' ^TnTr^ comprising a plurality of layers of thin films of organic compounds which 

comprise a light emrtting layer or a plurality of layers comprising a light emitting layer and are disposed beie^n 

;rn;Lisc^,r ^^^^ '^^^ '^"■^^ « ^^^^ -^oZiaZ 



21. 



22. 



An organic electroluminescence device comprising a plurality of layers of thin films of organic compounds which 
fluoJ^iSn^' ' "^"^ '""^ "^'^^ ^ '^^ "^^"^ "^^^ 3 a 

An organic electroluminescence device comprising a plurality of layers of thin films of organic compounds which 
compnse a light emitting layer or a plurality of layers comprising a light emitting layer and are di^Te^ 
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23. An orsanic electroluminescence device comprising a plurality of layers of thin films of organic compounds which 
comprse a light emitting layer or a plurality of layers comprising a light emitting layer and are disposed between 
a pair of electrodes, wherein the light emitting layer comprises a novel compound described in Claim 5 and a 
fluorescent dopant 

24. An organic electroluminescence device comprising a plurality of layers of thin films of organic compounds which 
compnse a light emitting layer or a plurality of layers comprising a light emitting layer and are disposed between 
a pair of electrodes, wherein the light emitting layer comprises a novel compound described in Claim 6 and a 
fluores:»nt dopant. 

25. An organic electroluminescence device comprising a plurality of layers of thin films of organic compounds which 
compnije a light emitting layer or a plurality of layers comprising a light emitting layer and are disposed between 
a pair of electrodes, wherein the light emitting layer comprises a novel compound descrbed in Qakn 1 and the 
organic electroluminescence device emits light having a peak wavelength of 460 nm or shorter. 

26. An organic electroluminescence device comprising a plurality of layers of thin films of organic compounds which 
compnse a light emitting layer or a plurality of layers comprising a light emitting layer and are disposed between 
a pair c f electrodes, wherein the light emitting layer comprises a novel compound descrbed In Claim 2 and the 
organic electroluminescence device emits light having a peak wavelength of 460 nm or shorter. 

27. An organic electroluminescence device comprising a plurality of layers of thin films of organic compounds which 
comprise a light emitting layer or a plurality of layers comprising a light emitting layer and are disposed between 
a pair of electrodes, wherein the light emitting layer comprises a novel compound described in Claim 3 and the 
organic electroluminescence device emits light having a peak wavelength of 460 nm or shorter. 

28. An organic electroluminescence device comprising a plurality of layers of thin films of organic compounds which 
compnse a light emitting layer or a pkirality of layers comprising a light emitting layer and are disposed between 
a pair o" electrodes, wherein the light emitting layer comprises a novel compound described In Clarn 4 and the 
organic electroluminescence devfce emits light having a peak wavelength of 460 nm or shorter. 

29. An orgaite electroluminescence device comprising a plurality of layers of thin films of organic compounds which 
comprise a light emitting layer or a plurality of layers comprising a light emitting layer and are disposed between 
a pair o1 electrodes, wherein the light emitting layer comprises a novel compound described in Claim 5 and the 
organic alectroluminescence devtee emite light having a peak wavelength of 460 nm or shorter. 

30. An organte electroluminescence device comprising a plurality of layers of thin films of organic compounds which 
compnso a light emitting layer or a plurality of layers comprising a light emitting layer and are disposed between 
a pair of electrodes, wherein the light emitting layer comprises a novel compound described in Claim 6 and the 
organic »lectroluminescence dev»e emite light having a peak wavelength of 460 nm or shorter 

31. An orgarikj electroluminescence devfce according to Claim 19, wherein the fluorescent dopant is an amine com- 
pound. 

32. An organte electroluminescence devfce according to Claim 20, wherein the fluorescent dopant Is an amine com- 

pound. 

33. An organte electroluminescence devtee according to Claim 21 , wherein the fluorescent dopant is an amine com- 

pound. 

34. An organte electroluminescence device according to Claim 22, wherein the fluorescent dopant Is an amine com- 
pound. 

35. An organte electroluminescence devtee according to Claim 23, wherein the fluorescent dopant is an amine com- 
pound. 

36. An organ c electrokiminescence devtee according to Claim 24. wherein the fluorescent dopant is an amine com- 

pound. 
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Fig- 1 
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